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(57) Abstract 

A dispersion compensating optical fiber, together with a dispersion-shifted fiber that provides zero dispersion in a l.5-micron 
wavelength range and guides signal light in a 1.5-micron or 1.6-micron wavelength range, can compose an optical transmission line, which 
provides improved transmission characteristics and efficient dispersion compensation. The total dispersion slope of an optical transmission 
line is improved while the dispersion of a dispersion-shifted fiber is well compensated for. The dispersion compensating optical fiber has a 
triply-cladded structure including first, second and third cladding layers applied in sequence over the core. The difference in relative index 
of refraction between regions as well as their outside diameters are optimized while the dispersion of the dispersion-shifted fiber is 
compensated for so that an optical transmission system with a desirable total dispersion slope can be realized. 



BNSDOCID: <WO 0017685A1J_> 



(57)55*5 



©«^3teSfe*r*x 1. 5 //mM0tf^M$tt§^ii[i/7 h77^f 

wcm-rzm&4m%.*o i^W77^^ ^^o^tugtusw^tifc 



A E 




DM 




KZ 




RU 




A L 




E E 


V—T 


LC 




SD 




AM 




ES 




L I 




SE 




AT 




F I 


y * i/=7 is Y 


LK 


*y -7^^ 


SG 




AU 


h^yr 


F R 


-y v >^ 


L R 




S l 


^D^x-7 


AZ 




G A 




L S 




SK 




B A 




G 6 


*m 


LT 


V h7-7 


S L 




B B 




GD 




LU 




SN 




B F. 




GE 




L V 




SZ 




B R 




GH 




MA 




TD 




BC 


y^^ry 7" 


GM 




MC 




TG 




B J 


^•7->- 


GN 




MD 




T J 




B R 




GW 


*-7 • 


MG 




TZ 




BY 




G R 




MK 


-*>r h'~7\B^—=f*?y<< 7 


TM 




C A 




HR 


9 o7f7 




#foS 


TR 




C F 


^77 y # 


HU 




ML 


^y 


TT 


h y-^y k • 


CG 




I D 




MN 




UA 




CH 




1 E 


7-<^7> K 


MR 


*-U^-7 


UG 




C ! 




I L 




MW 




US 


&s 


CM 




! N 




MX 




uz 




CN 




1 S 




NE 


rz.\y sc. — 


VN 




CR 


= . y * 


I T 


-r^yr 


N L 




YU 


zx—zf—*? t'7 


CI 




J P 


B* 


NO 


/— ,ur> ^ — 


ZA 




C Y 




KE 


*-7 


NZ 




zw 




cz 




KG 




P L 


5> K 






DE 




K P 




PT 








DK 


KR 




RO 









BNSDOCID: <WO 001768SA1J_> 



WO 00/17685 



PCT/JP99/04413 



w^ft^ - - 

Z(DftW\±, 1. 6/zmtS^©tS^|!|fl (WDM 

: Wavelength Division Multiplexing) ffi-^^fijffl L£::ftg§g{£fro;*;^«CD3feii 

m^mz-tzftWL^? h7 7j^%^tsytfcmffifcmmgti, mounts? h7 
iTlffl^?n5y>^i/ : &- K7te7T^/N"(ci>(t^M^t5c (ftyrj swum 

(nm) St>W^7 7^A'S (km) D ©fsi&S3«Fs t !Mh LT. # 
f& (ps/km/nm) Tii£*i3o S^^Ol/^E— K3fe:7 t -i ; Z. 

n^ttmfrnktffi&frmfim^izfti2ffiv<&\,^ 1. 3 lumit^x-^t^n 
i/y Y7 7j^*nm-tz>%imh int mz.&&m¥ 10-3915 s-^-tz. 



WO 00/17685 



PCT/JP99/04413 



m&fi-m&m (WDM : Wavelength Division Multiplexing) #iUz £ 3®{f 
tilZttVX, ±i3^¥l 0 -3 9 1 5 5^izgB»£n£#lfcM{«:7T^fci s 

x.e>n> (ps/nm 2 /km) trl^tiSo 

®.mmy7'(^\±, ^(D^^wb^^tz^ %^y vy-r^ ^(D^m.mm 
mmM^-c^^^-m^y vyT-(?Mzmm^n^^wmmyr-(n(Dmm'&. 



WO 00/17685 



PCT/JP99/04413 



y K©H#T^n 2 , ±!3S6 2$>^»y r-*©JS#r*n 3v _tf3Sg 3 ^ 5> y K<£>JS#t^ 
n 4 {i. ^n 1 >n 3 >n 4 >n 2 $ifcU^S 0 Ht^-TS 

3£?i£:UT^&o 

^eiH^^^AtzisttS^ilC^D-r^- 0 . 0 2 4 p s/nmVkmWl 
froO. 0 2 4 p s/nm 2 /kmWTi:*:§Ol:+^ft^^tt§-t^ 

I D DSF (Am) - L DSF + D DCF (Am) - L DCF I ^ 2 0 0 p s/nm 



WO 00/17685 



PCT/JP99/04413 



D DSF (Am) : Amic&tt ^>%W.^7 Y7 7 4 ^<Dfrm 
D DCF (Am) : ifcft AmC & 3 M^#$tfffi{» 7 r-t 

l dcf : mmfrmnm7 7j^(Dm£ 0 

I Djsf (A all ) • L DSF + D DCF ( A a i ! ) • L DCF | 

I200p s/nm 

D DSF (A all ) : ±X(D&m®.&X eLll {Z&if&frWLis7 h77^W 

tic 

L DSF : b 7 7-( 

D DCF (A all ) : ^rT©ffiffl^5A aiX (z^(t^^^iKMf«7T^/N-CD 

o mfe? & £ £ £ t> N mmfi-mmm 77^ *&mm ztitz yttem ^ 7 j- a c %> 



WO 00/17685 



PCT/JP99/04413 



ifc* o - ycomm £ fr&(Dffim * m in $ -y- & c ^ #t §- * ^ *\ & a ^ 

vmCDftlzft-t ZfrWttiK teX^E- 2 0 0 ps/nm/kmiUii^O p s/n 
m/ k mJ^ T "C & & - £*1 1 "T £ o 

0 p s/nm/kmli*±#>-o0 p s /nm/kmJilTT-^> £ CI h tffi^t^o [§] 

od^it «?iJx{«Sl. 5 5 um<Dmztt-rZ>fr&tiK &=k^- 2 0 0 ps/ 
nm/kmttiio- 1 0 0 p s/nm/kmJ^TT-ifc-3 £ i:{:ffiit5o 



WO 00/17685 



PCT/JP99/04413 



^ 1 KO^{c*t-r^)3^©^©l:bi^ sfef^O. 2^2a/2b 

5 III. 5 5//mCD^(3^TLTs 1 0 d B/mJMT©igS 6 0 mmT©fflff 

i:. 0. 5ps ■ km-'/H^TCfit^-h^ti:, 1 d B/km©ei£jS3c 

t i,x m^ztizzb acorns mz, mfm&*>b$ <~f&z:biz 

15 £*tLTs -0. 0 2 4ps/nm 2 /kmJ-il±^0. 0 2 4ps/nm 2 / 
kml^T. U < 0 . OlZps/nmVkm^oO. 0 12ps 

o 

25 EI3 A-H3 Cfct. £©^£{£S#fifc*i{f 7 1 HWJCiJ V>T. 



6 



WO 00/17685 



PCT/JP99/04413 



7 hammer r^yx&Zo - - 

EI 5 A-IU5 Cfciu CCDl6B)it3^a^«C*l«7r>r/t©^2|ISaiWR:*^-Cx 

^o-r, ig2 0mmt©fflifi^ mmmmm (A eff ). m*v 

15 ^iJc^n — r©$&gte#t££**-r^ 7 

El 1 1 (is 21^7-; Kil^Wt^WJ (Mi«7 7'fn) ©JS^r 
d 7 t ;i/ £ ^ 1" EI T? £> 3 o 
20 EI 12 {is tg4HflB^fc:^S^tfc*t«7 5'>f A-tiJ^t, A ,£^b 

£ ©7>t5c h n 4: ©fW£& * TjkT 7 X & 3 o 

25 1ttc£%<DfrWLt^Tft&£<Dm&&.m?mX&Zo 



7 



WO 00/17685 



PCT/JP99/04413 



^ tz h % (d ft wl t n 7 t <d m m £ m T 7 =? 7 T" 3 o 

Do 
2) 0 

£ fj< -rm t & & o 

vjlt. z(DmMizm&fr&wim7 7 4 ^(D&mmm&, mia^ ib n 2. 3 

A-~3C\ 4s 5A~5C N 6~7 X 8A-8E, 9 ~ 2 1 Zm^xmwr&o 

&:&\ ms^cDP]— mmttem— ft-^ttu m^.-r^m.m^^-r^o %tz. 
EiiAtis ccD^0^{-^^^nciift7 7''i'/N-<D^f®ajt^^t-Ei-r-$> Ds mm 

ftWMm.7?4^ 1 0 Ofciu ^H2a©37Uff^37^i:s i37l® 
^iiI^|S(j- ftfc^Ml 2 b ©HI 1^7^*2, ^ 1^7S/K2 ©^ £181* e> 
ftfc^g 2c®^2^7-yH, SVgg 2^7yK3 ©WBtRtt £ ftfcfg 3 
b*4*>e>&3 31^5 9 K*Hfi©*5y Kfg*$5 fc£fit£T^<5«, HI 1 B 

8 



WO 00/17685 



PCT/JP99/04413 



7a [Si) 0®lr¥7 , D7 7^;i/5 5 0 &7jk-fmX'$>2>o Wi 1 Bld^ftfcS 

if^^P7T-r;i/5 5 o commit, m i A^oiLt^o^ uncD^toMt: 

± (D & asisi {3 43 w- & ia «f ^ % * n * ti jr. l t v > £ « 

mmftwuffimyrj 0 o«\ sio 2 (s&tf^;*) ^i^iitsM 
iKJzs-c^Ds ^(Dnmtmm^wmy t 4 ^ 1 0 0 *«Ba-rs«««©^a 

tK©*T^{3 t toT$lJ^I^tL^o &ib\ i 1 B {ZT^tlfcSJf$7"D 7 7 ^ ;i/ 5 

A ! = (n 1 - n 4 ) /n 4 
A 2 = (n 2 -n 4 ) /n 4 
A 3 = (n 3 -n 4 ) /n 4 

d£T% n.anri©!^ n 2 t±m 1 ^7 u> K 2 ©JS*fsp N n 3 fcfctg2? 
( 1 ) : 

n 1 >n 3 >n 4 >n 2 ••• (1) 
tbJB*T*S£B\ VUDtkft (la): 



WO 00/17685 



PCT/JP99/04413 



A,>A 3 > 0%>A 2 ••• ( 1 a) 
ZffifzLX^Z (0kft- ( 1 ) RTf (la) ii^fiffiTifc £ )<, Ttet>?>, A,M 

?L&&;<Z)£5lzffif&£ti2>o 14i^fl(t(fi[gt5i3^7y Si0 2 t 

H 3 lzt±G e Oads^n^tim^M^SO^ti^ ^©JS#r« s S i 0 2 fc:Jt 

< t£Z>£o tzUm^tiX^^o -^s S i0 2 §±»8i:t5^1^7^ K2C 

liF #m^fi«£*u ^<£>©#f5£#s i 0 2 l3tfcUT{£< &3 J: -5 

^Jx.ti\ fg3^y Rii$£#*S i 0 2 Xl±ta < FmcomiRmmmm^ 
pJrfe&mu £ nx v ^ x & £ v •> o 

^;ix^n©l:l:jg#f^l^ £ £ ( 2 ) ( 3 ) : 

1%^A^3% - (2) 

A 2 ^-0. 4% - (3) 

Sifcttl^o ^n^no^Slis (4): 

2 a/2 c^O. 3 — (4) 

ZWitz b X ^ £ o W±© £ ? l^^cDJS^&imS ZWtfe? S 3 i: £ D N 

(5) (6) : 
A 3 ^0. 1% - (5) 
0.2^2 a/2b^0. 5 - ( 6 ) 



10 



WO 00/17685 



PCT/JP99/04413 



= 1 %-e 0 p s/nm/kmIL A, = 3%T--2 0 Ops/nm/kmM 
Tfc&o Ufc#oTs i 3 ^ 7 y K 4 CWTS 37 1 OttS^iA , tlit 5 

(2) <omm 1 %^ a ^ 3 A 1 ©ffi^^^<t-n«. a©m 

-r-#a 0 —is, a iOmzxz < -r 3 ^j^y^n £«]£*i3Ge 

J0^ti5GeO 2 f:gSlfel/-U -ifegL^ti^ id J; o T n fcj£Jfi^#;*; ^ < 

%(3is^-r^-<!ii3<fcoTs mmttm.T~&z>ft-mi'7 hyT^^(D+^^mm 

o 

^^(c (2) <Dmm*K<D2-DO)m* m (8) : 

l%^A t <2% ••• (7) 

2%|A^3% ••• (8) 

fctt*^ (7) (cMnt'SJ; -5 A ! Un ^#ifc#cfc D fiH£*L£*§ 

^r(ci±^ (8) iz^^-r^A^M^I-ti^cfc^o 

££s iB«-h"^-ifc (PMD) ii, =irl©^©KHA^cD-rn^^t-# 



11 



WO 00/17685 



PCT/JP99/04413 



-f^<Si£S§3 0 0^^LT^Ifiiff4 0 0 hft^&Jlz&mZtiZbt&lz, mm ( 
;^-K^7 7^^^7 7^A-fEM3 0 0^ltf<8^5 0 0 £#3* 

ctatc, MD DSK (til. 5 5 /zmlciB^T 1 7 p s/nm/km) v 
7D-7S DSF (0. 0 6ps/nm 2 /kra) £^-T3S£ L DSF c7j>#i^>7 
h77^A-2 0 03:, #ifcD DCFN #ifc;*n — :/S DCF £W-f 3S£ L DCF ©# 

Ddsf * L DS p + D DCF • L d c f 

( Sdsf ■ L DSF + S DCF • L DCF ) y^L DSF 

£-0. 0 2 4ps/nm 2 /kmtt±^0. 0 2 4 p s /nmVkmttT 
lc -f 3 cfc -5 & §g <Nf ts & * r 3 o 

m^mWKD^mm 3 Onnu fci£SEg|3 0 0 kmT-OWDMfc&CDil-^ £ 



12 



WO 00/17685 



PCT/JP99/04413 



#tfc*D-7-#0. 0 2 4ps/nm 2 /kmt'feaJ:§, m^ftt&nmffi dm 
^ftmki&lf&fGL'b&&£M*.Wi&) T-fc*2 1 6ps/nm©M4Wo 
«fc -5 ^^fe^C*5{t^eMI^I^©H i F^#ift:-iI'S(i. Mz-& roptical Fiber 
Communication (0FC96) Technical digest Postdeadline paper PD19 (1996)j . 
{CHBM^tiTiJt), *©Kx£fc«fc*U£* ^>^ ; E-h-^7 7'fni5 0kmO 
ytfcxkkijo^Xs ««fi*3 2. 4nmi:Lfc£^ 2 0 0ps/nmi)5 

TI'M^jiSStliJ^T. i£^A>oiesaoWDM^Sff-5fctt>t:H:x SE^eSS 
K©£#ffC*D — 0 . 0 2 4ps/nm 2 /kmtt±*o0. 0 2 4 p s 

££tc. ±^fC7;p — ^©{8$- 0 . 0 12ps/nm 2 /km).^o0. 
0 1 2 p s/nm 2 /kmUT^r^^iKM«7 7'^^^$M-ra^i:{3j: tK 

20Gbit/sec*)K(i30Gbit/se cX<D&W&9tte&X^ ± 
#ifc*n-r<Dfit££e>lC/>£<T3^g#&3o r Optical Fiber 
Communication (OFC'96) Technical digest Postdeadline paper PD19 (1996)j 
©IBj^t:«fctL«x ±<fr%LXV—7'*-0. 0 12ps/nra 2 /kmWl^O. 
0 1 2 p s/nm 2 /kmWTit5;t{aol, iJj:^ 5 0 0~ 6 0 0 km 
* T> <D?tfcSkW aim hftZo 

|D DSF (Am) - L DSF + D DCF (Am) - L DCF | ^ 2 0 0 p s/nm 
D DSF (Am) : &5 Amti5lt 5^i5c^>7 r 7 M©#«c 



13 



WO 00/17685 



PCT/JP99/04413 



D DCF ( Am) : «ft ImlZ&tfZ ^SE^«»«7 /n*cd^ 

L DCF : ^S^Mft^r^^-OS^o 

^^.CJflKIt ^^frtfcMt^T'-f /\-©-JI£L DCF &. {gflm^^f*!© 
3:Tc7)f§^&JI A al !©)felC^LT. WT©^^^?iJt:-r £o izm^tlX^ 
3 : 

|D DSF (A all )*L DSF + D DCF (A. all )*L DCF | 

|200p s/nm 

Dd S f dan) : ±tofMIA all i:i;m^i[^7 h77-f W 
i5c 

L DSF : ftWLis7 h :7 7^n<73S£ 

D DC f U all ) : ^:T©^fflMA all ti5{t?)^^^Mff 7 7^n© . 

is? h 7 7 A-^liMt i: t ^Mlff 7 7 i: ii, 8ft 1 . 
5 5 jLt.miz&ttZ>fr&i/7 V 7 t J ^(DfrWLT.u-s'lzM? Zfrgimm? T J 
(D^Wnxa — 7'(DWl^. 8ft 1. 5 5 j umfc:i3»S^»i'7 h7 7>fWft 

h77-fMMMii77-fMi: < ]; bytfcmisx^A&mmgntztg®, m 

WO/7 h77-f«ilD BSK , *©#fifc;*P-:r&S DSF fcU 

7-f;Wi§D DCF , ^©#ilt*p-;7°£S DCF £-f 3*:^ #ifc*S{t^DS 
CRIi 

DSCR= ( S dcf/D dcf) / ( S DSF /D DSF ) 



14 



WO 00/17685 



PCT/JP99/04413 



^^o^icMft ^n^o ftwmmmi* i o o%wTT-feo-t^jx.^5 o 

tZ^o ^m->y h 77^ ^(DfrWuXU-ytfO . 07ps/nm 2 / 

kmT-&*ifcf. Mf*^©^^^P — riiO . 0 3 5ps/nm 2 /kmJ:*5 

o frmmmm&i o o%w±t-sot^i 5 o o /o(d«->7ta-c 

i/7h77^WI![7D-7"tfO. 0 7ps/nmVkmf« Mlt^ 
©±#ifc;*D — rfc*- 0 . 0 3 5ps/nm 2 /kmi:«:5o 

^(D^mizm^^mmny t ^ j^mm^titz^^x^Ai.zmL, -o. 

0 2 4 p s/nm 2 /kmttl^0. 0 2 4 p s/nm 2 /kmWTi:t(:5i 
^■m^o-yiz-D^XO^^m^ m?L&frm.XV-7't> s 0 . 07ps/nm 2 / 

« 5 ^6 6%&L±1 3 4%«ra<5Ci:l:|@lt5o (bJ^Ic. -0. 0 12p 
s/nm 2 /kmWlioO. 0 1 2 p s/nm 2 /kmJ^T£^a:£#ifc;* p 

frmmmmbmz 3%w±i 1 7%wT-es»sc:*:fc:*i 

12 2 Tfcfcs #ifc*${«:7 7-f/HOO #i^> 7F77^a*2 0 0 CDTSEflOKliB 

. 0 2c^$nfc^^'>^7 i A©^ej@i8sa:x m^^mm^m^^m^mx 



15 



WO 00/17685 



PCT/JP99/04413 



fc&m± £ £ ism i- * c ^ & & a <, 

V K 2<DJtJS#T*MA 2 fc£- 0. 7%. 31 3 ^ ^ y K 4 izM~r^m 2 ^ ^ y K 3 
©iffltfr^AattO . 0 8%. h'2®^g2bt*t1-S371©^ 
12a©Jt2a/2bttO. 4 21:, -^tl^nS^tu. fg 2 \y K 3 <Z>^ 
S2 clZttTZ>zi7 &<Dtt2 a/2 ^ti^tl(a) 0. 10. 

(b) 0. 13. (c) 0. 15, RIP (d) 0. 2 0 T & 3 4 > 711 

-hmMZtifzo ±H3it/S#r^A A 2 . A 3 s Sa c 2a/2bli, _tiii 

(D&mi* (1), (2X (3K (6)M(7) ^IfcLt*?), ±132 a/2 c 
fciu ^ (4) £*i£LT^£o 

IH3 A~E!3 Cld, ill. 5 5^m<D^tz*f-f (Da~Dd). 
XU — y (Sa~Sd). &Wm&6 0mmX'(Dmfm£: (Ba~Bd) 2 
a/2 c©=&{fil;ro^T^-ry-7 7-e;iD3o &;fc N ^n^*i©^a~dfci\ 2 
a/ 2 cO^ti^etiCDm (a) ~ (d) tc^fjfc LT^3o ffi$&l£zi7 1 ®^g2 
a^O, It^^nfeiBfflT"(i[ffira^cDM{id3J:^ 1 0 " 2 d B/mWT©^ 
£Wifi£:&oT^3o 7}ifc&> 5 0~0 p s/nm/kmcDlSH 

16 



WO 00/17685 PCT/JP99/04413 

z. ti % cDfi-mRwft-mx d - ycDMfomm tm 4 © a a ~ a d t ^ £ nx ^ -5 

o 12)4©^ 7 j^iSaP 0~P 4ii N Stft 1.55 /zmic&^T 2 p s/nm 
/km<D5Hi!c££>*0. 0 7 p s/nm 2 /fcm©^D-7§tt^Mi/7 

5 mmmi o o%©ii^£^u ^* j ^«ff^ti^o^ijc^p-7*^op 
mmmtm6 6%rvi 3 4%©«£-&^u pat£7>ifc;*n-:7*#o. 02 

4&l>*-0. 0 2 4 p s/nm 2 /kmt^5^i»LTt^o ^»P3fi 
VP 4ii^-n^ti^i5cM{»^^8 3%Zi^l 1 7 U D 

10 —7*^0. 0 12M-0. 0 1 2 p s/nmVkmtfeS^CCMLt 

#0. 10©!^ (a) #«fc»ft^«fcSCifc##a»3o Ttaibib, i3^7>y 
F 4lzMTZ>m2?^v K 3©tbJS#r^MA 3 #0 . 0 8%^5t#, ff§ 2 ^ 

15 # & #ft*i« 77-f^l#f 3 tL5o 
(f2M) 

^©^2©^»'j*^ m»'ji:i5ja{3ia i Ast/m 1 Biznk£ ntzm 

-<^-i:LT(is f 3^7>y hM^M^SiJT lt^itJSiWMA,^ . 5%, g§ 
20 3^y K4t^t^Il K 2©J:bJB^MA 2 *s-0. 7%, 313^ 

y K4C^ni2^7V K 3©i£@#r^MA 3 #0 . 8%, i2^7yK3© 
2 cW5il^7y K 2cD;$rMS2 b©Jt2 b/2 c#0. 4 4!:, 

^*L@5££tU fg 1 ^ * K 2©^§2 bJcfcffaziT 10^g2 a©tb2 a/ 

2b#. ^n^tl (a) 0. 25. (b) 0. 34, J&Tf (c) 0. 4 1Tfe5 
25 3«£©tf>:7*;i>#ffli&£*ifco &*5 N ±IBJtS#r^MA 1 , A 2 x A 3 . SV2 

b/2clt ±i&©&*fe# (IX (2K (3)M(8) SifclT*^ 3ffl 

17 



BNSOOCIO: <WO 0017685A1_I_> 



WO 00/17685 



PCT/JP99/04413 



I®2a/2bli, ^Ttit,0kft (4) RU (6) ^ifeLtlM. a 
El 5 A-E15 Ciiu ^ftl . 5 5 //mCD^(z^-r (Da-Dc), 

(S a~S c), JkVFM& 6 OmmtCDfllfi^ (Ba-B c) 2 
a/2 b©^ii£o^T^-r^:7Tfc3o ^ft^ft<D^a~~cfcfc._ 2 

b/2 c(D^tl?tl<Dm (a) - (c) Cmut^So IffftiinT' 1 (Dft& 2 

£Vvffi£:&oTlN3o ^ifcfci. 0 5 0ps/nm/km 

©IBH. ^-iJc^D— ;fc«fc-?-2. 0~0ps/nm 2 /km©lBl(:$)§ 

o 

o H6<D^:7l;:;fcl^ MP0~P4lt III. 5 5/im«^T5ps 
/nm/kmCD^-ifc&tfO . 0 7 p s/nm 2 /km^D-7$ltS^ 

T££ 0 Ctlf>©i^A^*»JO^i«7 r-f /^Lm 2a/2bO 
ffi#0. 2 5©®^ (a) #®&MT&&Clh#7>yb>£o 

3 ±ifc©^ 1 B3 y K 4 1 ©i£JS#r^MA 

! 36 s 1 . 1 %TfcoT, ^ttJS^MA^IfM^ (7) : l%gA,| 2 %©fSH 

ti^s^jT-^ofe^ z<z>m2nmmx-te, ttmvrmm& l (2. 5%) 

(8): 2 %^ A 1 ^ 3 %©$gfflicfe^>o d©i:# N 0 1 ni&M-C &&&ifi - 5 
0~0 p s/nm/km©$SHT-&-ofccDl;:*f LT. i2HMlt(i- 2 0 0 
5 0 p s/nm/km©lBii: s Jt@*f^M A , £7vt < T Z> d i: 

1^0Oj&tm 2 flffimtttt?-* t)BJ§ ^MI??^ 

A*©i#j$iicne»©Slr$M-Mtlit5/N-7^-^(:^|<Mlt*s!3 



18 



WO 00/17685 



PCT/JP99/04413 



f£3 K4t^t537 lOltS^MAiAS 1 . 4 %s 

fg3^>.y K4t^t5^2^7y K 3 ©itja#T^M A 3 A s 0 . 4%. Ml 1 * ^ 
f h'O^S2 bt^tS37l©^g2 a ©it 2 a/2 b#0. 4, fg2*^y 
K3®^g2 c£*f-f &=J7- 10^2 a ©It 2 a/2 c # 0 . 2 7iZ@^^tl 
TiJtK I3^7>y K4CMTSil^7^ K©itJS3T^il A 2 £ - 0 . 8%~ 
-0. 3%©|gffltfeS«l»[©-9->r;i/Asffl3t^nfco ±IBJtJa«f^HA 
A 3 s 2 a/ 2 b, M2a/2clt ±ifc©«lfett (1). (2).. (4). ( 
5), (6) RVF (7) $IfetT*5t), ±l3tbJS#T^MA 2 tt N -0. 3 %<D^ 
>7)]/&m^X£iflr (3) &mtiLTU2>o 

(DMf&m{%&m7 <Dtr^7 £^£*it^So ckd^^ic&vnt, mpo~p 

4ii,^fil. 5 5 /zmlz&l^T 5 p s/nm/km©^il(St>* 0 . 07ps/ 

^5<tot, A 2 <Dmttm&*% <&£CLfc#^T (-0. 8%, -0. 7% 
.... -0. 3%), fe^^fii{c^-r^^^D-r©^tt* s ^:$<^?)s A 
2 £-0. 7%tt&£i^ir£;r ttioT^Mff^i 0 

0 8A-S8Etts $f?i^ffii:bTA 2 = -0. 7 %<D £ g 1 . 



19 



WO 00/17685 



PCT/JP99/04413 



ili37 1©^g2at*l,5o CCIT% ±ftWi7.u — y'i±, ±&<DftWtRUfr& 
XD-7$tt5M^7h7 7>fn-t^U MSI. 5 5 vmkl&lfZfrWLti* 

4~5. 1 3^m©#^{3iS^t5ia{zSoT. ±frWLXa— y<Dmttm±0. 0 
1 2 p s / /nm 2 /kmJ^Tl3iq]x.£*L&o St^^tLfc^lSH^MoT^: 
#lfc;*n — r©*g*Miy:0 . 0 2 4 p s/nmVkmWT-e&ofco 

±IS£5 dB/mttSi:^ 37 1©M2 aOTRI&l*! 8 C<D>7^7fr<bt)fr 

< T&z£ftmmT*&2>o zwmznmm-zte. msBw^y^iz 

7 7'f>'N*S2m-e0 2^-h*0*<^^7Mlil>Jl. 8/zm*IJg-e&& (EI 
8E#i), ^CD^M^JT-{±2 mO^T^ftfc&^T^^;^ — Kfcfc 

7 7 /tl^fe 5 © t- > ^t- K #{£11 



20 



WO 00/17685 



PCT/JP99/04413 



iZ^-oX, Mz.it- 1 5 0 3 0 0 p s/nm/kmHJ^£D#fe;^fa©*^# 

tem.m±m-fm t kizm^-&. 1. 5 8//m«fiio)t«ni. 5~3. op 

X 8 0 kmHjg©#ifc:>:7 h 7 j>4 >^<DfiWJk-tIftWL7. o— r£MM-f 3 d £ & 

c 1 0 ox^znx^z) tmmx&z>2m?^ v vmm&fri&mmy-r-f 



21 



WO 00/17685 



PCT/JP99/04413 



tlfc 3 1^ 7 h'fitjb'Uti 2 ^ 7 y h* 3 (M3 0!:ffl^) tmfrtifcm 
m. (<r&;bt>. 2d = 2b) izm^TZo Lfe^ot, mi 10Slrf7D7 7 
4)15 6 OC&l^T. M5 6 1(1 El 1 A^lC^tlfcziT 1 <7^£L±C7>g-gB 
teC^T&^T^tDMr^. ^5 6 2fcfc. HI 1 Aiz^titzm 1 * ^ yjf 2 
5 ©SLKDMtffiitSl 1 ^7 y Hg|501^ ^5 6 3(t Ell AC 
^£ ftfcfg 3 ^ v y >* 4 CDglL±©&SMfcfc:ffiiiS-r £fg 2 ^ ^ y KSB©JS#f*£ 

fsbt^Sc ifc^x, ci©ttiii!0i-ea5a»«««7T-f^a:^ jsjf^n^ 

10 $n a (>n 2 , <n,) (Dm 2 Z^y Fgfffcfcfit&Tlr^o Ell 1 

EI 1 20)7^7 C a~C efcfc. A l 6Dtt£&'fc;**fc i: 
7^S2ai:0Hi§^U II 3©^77Ba~Bell A jCDftt^-fb^-tf 
15 fettOs ^»i:gS4 Omm-C©i(fi*i:©Hi*wl/tt^. Clft 
f>©y^7<D*»a~efc£. A 2 #-0. 6 7% A 3 #0. 14 7%. 2a/ 
2ci)S0. 12 5. 2a/2b#0. 2 5. 2b/2ctf0. 513. ^ti^tim 
^^n. A (a) 1. 83. (b) 2. 13. (c) 2. 42. (d) 2. 7 
1. (e) 2. 9 9 £&j££ftTV>a»-££#JfoUTt>ao 

20 JtMr^M A 7>iSc©M©h:— ^lit£*^ < ££C £#T* 

;nt«totK-^iP^7^2a©^l^fSa"CO»D-r^l 

25 Ell 40^77Ca~Ceii, 2 a/2 bCiS^b^ttJ;!®^ ft&hu 

7M2 a©H80fc£^l/T:fc D. il 50^77Ba~Belt 2a/2b©i 



22 



WO 00/17685 



PCT/JP99/04413 



*>. Cil5)O^770t?a-e{±s A,#2. 5 1%. A 2 #0. 6 7%, A 3 
#0. 14 7%. 2a/2c#0. 12 5t, ^ft^tiia^ft. 2a/2btf 

(a) 0. 2 3 1. (b) 0. 242. (c) 0. 250. (d) 0. 2 6 3RV 

(e) 0. 2 7 3(Z|g^^tlfe^{C^LTVNSo 

iJSfc:. 2 a/2 b#/j*£ <rs^fcfc«fcoT#«©&©e-*te£*£ <-ra 

££>C:. il6©^77Ca~Cflt 2a/2cOiil4^*fei:S0x 
frWt.t^Tft&2 a©gg^£^U 117©^77Ba~Bflt 2a/2c© 

£;ft,£><D^:7<D?»a~f fcfc. A l &2. 5 1%. A 2 #-0. 6 7% 
. A 3 #0. 14 7%. 2a/2b#0. 2 5 13. -€*L^*i@^£n. 2 a/2 
c# (a) 0. 101. (b) 110. (c) 0. 117. (d) 0. 125. (e 
) 0. 13 3M (f) 0. 1 5 6 Ka&^nfc^fctt/foLTl^o 
C1CD2 a/2 c*s^§<«:o*:»^fc/J%^<«c^fc®^05R^t*5^Ts 

fSi:. 2 a/2 c^,jN^<^ 0 ^^(cffi(fS*©^#^* s 7^^^3hA^ 
. 2 a/2 com&'bg < L7c7j#M2; b^o *^^7iIAci)S 

3©<t7^iS!ll7 7'fA'i:, ^t!Ci>7 h77-f^?>^^>^TA 

^M«7 7-f^'©^^7^-^i:btlis A,#2. 5 1%. A 2 #-0. 6 
7%. A 3 #0 . 147%. 2 a/2 c#0 . 11. 2a/2bi) s 0. 25. 2 
b/2c#0. 4 4(C. ^tl^tllS^^tiT^^o £7c. 12 1 8 
©MfeM^lit§^^7>rAt-li, *${f*fili: UT. 1. 5 3 6//m© 



23 



WO 00/17685 



PCT/JP99/04413 



f^SSMO. 0 6 6 p s/nmVkm©^D-7^t^t![i'7 

tLX. 1. 5 5 2 //ni(Df MMOTO . ' 0 7 5 p s/nm 2 /km0^t 

$11. 5 7-1. 6 0 /zmOSSBT. <£V^ifc<iI^^£;h,T l^o 
±ffi©«fc-5«c^itffi«7 7^M&^«C^7 r:7T^#S&ffl£*i£, 1. 5 
8 u mift^OWD MBm Z ft o tztbOfttem > X ^ A <D«^0iJ tfH2 0SVEI 
2 1C^nt^5, El 2 OCDftfeSI^^AT-fci:. ^4 0 0i:fl^50 
OfcOSCDfeaSIBS^fc:. 2oCD*mii«S6 0 0 ( 1. 5 
FA : Erbium-doped fiber amplifier) #^g£*u 3 *i t> 6 0 0© 
Wz, S^9 4km©»>7h77^M2 0 0 i:, ^©#i!c&lF#fifc* o — r 

^Mff-r^s^ i yLmcDfrWLffim? t << * i o obmwznx^Zo 

MBiies7 o o fc^miijiss8 o o#t£g£tis ztizmmRmzmm 

^7 0 0, 8 0 OcDP^JzJi, m.$t(DtpmM<mM6 0 0 (IHTfci:4M) #ks£ 
tltl^o <&*«UiMgg6 0 OcDPsltZiis ^tv^ttfi^ 8 OkmfD^tH^^ h7 
7^^-2 0 Otft&g^tlT^So -7j. ^Sifi]83i8 0 0SI>'SfS^5 0 OOP^ 
£B\ H£4. 8 km©MH7 7^A- 1 0 O&t&WZti. ^Mftfcat^*^ 

^PAtCI&^Tfcfcs i£M§§4 0 0 tVXM?Ll£l . 56-1. 6 1/im8I^l© 
^(D&-gm\Z-D\,^X\±—mX&~DXs Ctl^CS^m *Mtl<D7 n 



24 



WO 00/17685 



PCT/JP99/04413 



25 



WO 00/17685 



PCT/JP99/04413 



1. 1. 5 ^mtMtf ^WS^f tSMS©M^7 h7 7^M© 
£«r<r 3 ^ifcMM 7 r ;tf o T s 

lulB^^oe^T^n ,s HulB^ 1 ^ ^ v K©JS#r¥n 2 . buH3^» 2 7 y K CD 

n 1 >n 3 >n 4 >n 2 T&tK 

&l>*A 2 fcJ:, 

l°/o^A,g3% 
A 2 ^-0. 4% T'fet). 
iiuHBSg 2 9 y FO*gC»t5 aulB^ TPCD^MSCDJt&s 
2 a/ 2 c ^ 0 . 3 T"£> 

*5(t^^^o-r©^fii^: 0 . 0 2 4 p s/nmVkmWTttSCi: 
tuSBTfee^^^^A^^tt^^ifC^D — 7*CD^{fi^ 0. 0 1 2ps/n 



26 



WO 00/17685 



PCT/JP99/04413 



HoI3^T©e^f^n ^ iu§3^ 1 y K£)jS#T2£n 2 , bu I3H 2.^77 K (D 

n 1 >n 3 >n 4 >n 2 T-$>*K 
iyI3ig 3 ^ y Kiz^f-TS Huia^^SVHUia^ 1 y h'©§Jtijf$lA, 
ZfctFA 2 (i\ 

A 2 ^-0. 4% TfctK 

2 a/ 2 c ^ 0 . 3 !) N 

I D DSF (Am) • L DSF + D DCF (Am) • L DCF | ^2 0 Ops/nm 

D DSF (Am) : iftg Am{zj3(tS7>ilCi>7 r- 7 7 <i n<bftWi 
L DSF : 5tWL>s7 h 77-f 

27 



WO 00/17685 



PCT/JP99/04413 



D DCF (Am) :_**AmC*tt4^»^»«fl|77'-<^CD^« 
L DCK :ia^i[««7 7'f^O^, 

5 wmmy-r^ n : 

I D DSF (A all ) • L DSK + D DCF ( A a 1 1 ) • L DCF | 

|200p s/nm 

Ddsf (A all ) : ±T(D&m$iMX all lz&if2>frWris7 h 7 T-i n(bft 
10 & 

L d s f : ft^>7 Y7 7 4 ^(D&Z 

d dcf ( A all ) : ±x<DmmwiAk all iz&ttz%mfr%iffim77>j ^(d 
ft®. 

l d c f : ^mftmmmy t ^ ^(dw^ Q 

1%^A,^2% 0 

20 2%^A,^3% 0 

8. HuiB!g3 >7=r y V IzftT Zmzm 2 Z^v KGDibJatfr^Aateu WT 

©^^iifcirc tzwmt T&mmM 1 xt* 3 iBa©#j»{f 7 r-r * : 

A 3 ^0. 1% 0 

25 Mfcrc^^^^t-^sf^JMlX{i3IBtl6CD^Mft7^^^ : 
0. 2^2 a/2 0 . 5 C 

28 



<WO 0017685A1_I_> 



WO 00/17685 



PCT/JP99/04413 



10. iftfil. 5 5/zm®)feC^lT, 10dB/mWTOlg6 0mm"C 
©fttfli^ 0. 5 p s • km- 1/2 aT£D{M^- K#«U 1 dB/kmfilT 

11. 1. 5 /zmSfifft«^jRil[fi*«r«BfSfi©^RS'7 h 7 7j ^ 

(Dmnm&O . 0 2 4 p s/nm 2 /kmWTT^5^^P-7'$ft5Z 
10 12. «fi<o ^ ■&i'>«S03tStJ f S^O)t{:*f 

LTx HuI3^f£^^X^A(Ci3{t^^i5CXD-r©^fii^O. 012ps/ 



<WO 0017685A1J > 



29 




BNSDOCID: <WO 0017685A1J_> 



WO 00/17685 PCT/JP99/04413 



200 - 100 




T 

400 



500 



BNSDOCID: <WO 0017685A1J_> 



2/15 



WO 00/17685 PCT/JP99/04413 



m3A 




-I — I — I — , — I — I — I — I — , — I — I — I — . — . — — I — . 

4.30 4.40 4.50 4.60 4.70 

□ 7^§2a (^m) 




4.30 4.40 4.50 4.60 4.70 

3 7^i2a (urn) 




I — ■ — — ' — i — i — ' — ' — ' — ' — i — ' — ■ — ■ — ■ — i — > 

4.30 4.40 4.50 4.60 4.70 

3/15 



BNSDOCID: <WO 0017685A1_I_> 



WO 00/17685 



PCT/JP99/04413 




p — -J (ps / nm2 / km) 



4/15 



BNSDOCID: <WO 0017685A1J_> 



WO 00/17685 



PCT/JP99/04413 




4.9 5.1 5.3 5.5 5.7 5.9 

=3 7*m2a(jum) 



m5B 




4.9 5.1 5.3 5.5 5.7 5.9 




5/15 



WO 00/17685 



PCT/JP99/04413 




WO 00/17685 



PCT/JP99/04413 




(ps/nm/km) 



7/15 



BNSDOCID: <WO O017685A1 I > 



WO 00/17685 



PCT/JP99/04413 



0.03 



IEI8A Ye 002 " 



0.01 
K E 0.00 

<W w -0.02 
-0.03 



SB E 



Q. 



®se f .20 

-40 
-60 
-80 
-100 



mc 1 

G £ 



J* 

CM 



ISI8D 



3 E 

< a. 






E 


z 


10 




■« 


1 


1 


M Illlll 

/ 


0.1 


? 




0.01 


? 






~ 1 til 1 1 1 1 





4.7 4.8 4.9 5.0 5.1 5.2 5.3 5.4 

3 7?1>l2a(/im) 




4.9 5.0 5.1 5.2 
□ 7^g2a(^m) 



5.4 



E 




4.7 4.8 



4.9 5.0 5.1 5.2 
3 7HS2a(^m) 

8/15 



5.3 5.4 



BNSDOCID: <WO 0017685A1J_> 



WO 00/17685 



PCT/JP99/04413 




WO 00/17685 



PCT/JP99/04413 



OS 



n3 



A 




— 










2d 

< > 

2a 


5> 








/A 




I 

\ 


A 1 


- \ 








i 
\ 


A 2 

r 


i I 






" — v — 


s 



560 



563 562 561 562 563 



10/15 



BNSDOCID: <WO 0017685A1_L> 



WO 00/17685 PCT/JP99/04413 




2.1 2.2 2.3 2.4 2.5 2.6 2.7 2.8 2.9 3 3.1 

=JT^g2a(//m) 



t 1 1 1 1 r 




10 -6 1Q -5 1Q -4 1Q -3 1Q -2 1Q -1 1Q 0 10 +1 



itS40mml?C7)ffl(f|i^ (dB/m) 



11/15 



BNSDOCID: <WO_ 0017635AlJ_> 



WO 00/17685 PCT/JP99/04413 




=i7*t-«12a(^m) 




12/15 



WO 00/17685 PCT/JP99/04413 





10' 6 10; 5 10" 4 10- 3 10" 2 10" 1 10° 10 +1 



iSS40mm-e(Dffl(fii^ (dB/m) 
13/15 



BNSDOCID: <WO 001768SA1_I_> 



WO 00/17685 PCT/JP99/04413 




1.56 1.57 1.58 1.59 1.6 1.61 

(urn) 



e 



mi9 



E 
E 



CO 
Q. 




1.57 1.58 1.59 



14/15 



BNSDOCID: <WO 0017685A1J_> 



WO 00/17685 



PCT/JP99/04413 



m2o 



200 



100 






600 




600 



400 



T 

500 



m2i 



200 200 200 200 200 100 










700 600 600 600 600 800 



T 

400 



500 



15/15 



BNSOOCID: <WO . 0017685A1_I_> 



INTERNATIONAL SEARCH REPORT 


International application No. 




PCT/JP99/04413 



A. CLASSIFICATION OF SUBJECT MATTER 
Int. CI 6 G02B 6/16, 6/22 



According to Internationa! Patent Classification (IPC) or to both national classification and IPC 
B. FIELDS SEARCHED " 
Minimum documentation searched (classification system followed by classification symbols) 
Int. CI 6 G02B 6/00-6/54 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 
Jitsuyo Shinan Koho 1926-1996 Toroku Jitsuyo Shinan Koho 1994-1999 

Kokai Jitsuyo Shinan Koho 1971-1999 Jitsuyo Shinan Toroku Koho 1996-1999 

Electronic data base consulted during the international search (name of data base and, where practicable, search terms used) 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



JP, 10-39155, A (Sumitomo Electric Industries, Ltd.), 
13 February, 1998 (13.02.98), 
Full text 

Sc CA, 2202586, A & US, 5838867, A 

JP, 9-127354, A (Sumitomo Electric Industries, Ltd.), 
16 May, 1997 (16.05.97), 

Full text; especially, Par. No. [0039] ; Figs. 1, 5-6, 9 
& EP, 762159, A2 & US, 5740297, A 

Nielsen L G et al . , "Large volume manufacturing of 
dispersion-compensating fibers", OFC 1 98 Technical 
Digest, JICST , 29 May, 1998, pp. 24 -25 , especially , 
Fig. 1, Table 1 

M. Onishi et al . , "Third-order dispersion compensating 
fibres for non-zero dispersion shifted fibre links", 
ELECTRONICS LETTERS, Vol. 36, No. 25 ( 5th December 1996 ) , 
pp. 2344-2345 



1-12 



1-12 



1-12 



1-12 



Further documents are listed in the continuation of Box C. See patent family annex. 



M L" 



Special categories of cited documents: "T* 
document defining the general state of the art which is not 
considered to be of particular relevance 

earlier document but published on or after the international filing "X" 
date 

document which may throw doubts on priority claim(s) or which is 

cited to establish the publication date of another citation or other "V 

special reason (as specified) 

document referring to an oral disclosure, use, exhibition or other 
means 

document published prior to the international filing date but later 



later document published after the international filing date or 
priority date and not in conflict with the application but cited to 
understand the principle or theory underlying the invention 
document of particular relevance; the claimed invention cannot be 
considered novel or cannot be considered to involve an inventive 
step when the document is taken alone 

document of particular relevance; the claimed invention cannot be 
considered to involve an inventive step when the document is 
combined with one or more other such documents, such 
combination being obvious to a person skilled in the art 
document member of the same patent family 



Date of the actual completion of the international search 
09 November, 1999 (09.11.99) 


Date of mailing of the international search report 

16 November, 1999 (16.11.99) 


Name and mailing address of the ISA/ 

Japanese Patent Office 

Facsimile No. 


Authorized officer 
Telephone No. 



Form PCT/ISA/210 (second sheet) (July 1992) 

BNSDOCtD: <WO 001 7685A 1J_> 



INTERNATIONAL SEARCH REPORT 



International application No. 

PCT/JP99/04413 



C (Continuation). DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



P,A 



JP, 10-221562, A (Lucent Technologies Inc.), 

21 August, 1998 (21.08.98) 

& EP, 859481, A & US, 5181673, A 

JP, 8-313750, A (The Furukawa Electric Co., Ltd.), 
29 November, 1996 (29.11.96), 
Par. No. [0011] 

& CA, 2170815, A & US, 5673354, A 

JP, 8-136758, A (The Furukawa Electric Co., Ltd.), 
31 May, 1996 (31.05.96), 
Fig. 5 

& CA, 2157828, A & US, 5568583, A 

JP, 7-270636, A (AT & T Corporation), 

20 October, 1995 (20.10.95) 

& EP, 668520, A2 & US, 5448674, A 

JP, 6-222235 , A (American Telephone & Telegraph Company ) , 
12 August, 1994 (12.08.94) 
& EP, 598554, Al 

JP, 6-1162 0, A (Corning Inc.), 

21 January, 1994 (21.01.94) 

& EP, 554714, Al & CA, 2084217, A 

& US, 5361319, A 

JP, 10-319266, A (Fujikura Ltd.), 
04 December, 1998 (04.12.98), 

Full text; especially, Par. No. [0030]; Table 1; 
Fig. 1, 2 (Family: none) 

T. Tsuda et al., "BROAD BAND DISPERSION SLOPE COMPENSATION 
OF DISPERSION SHIFTED FIBER USING NEGATIVE SLOPE FIBER" , 
ECOC '98 (20-24 September 1998), Vol. 1, pp. 233-234 



1-12 



1-12 - 



1-12 



1-12 



1-12 



1- 12 



1-12 



Form PCT/ISA/210 (continuation of second sheet) (July 1992) 

BNSDOCID: <WO _0017685A1_I_> 



mmtamm^- pct/j p9 9/04 4 1 3- 



a. &w<r>m-tz>#m<r>ttm mmmm-^m o po ) 

Int. Cl 6 G02B 6/16, 6/2 2 



sraE&i?ofc«/N»*fl. (ni^#fF^a (i po ) 

Int. Cl 6 G02B 6/00-6/54 



B^SH^^f^* 1 9 2 6 - 1 9 9 6#- 

B*H^H§Hffl£r3g^*R 1 9 7 1-1 9 9 9¥ 

a*m&mmmmmten 1994-1999^ 

B^mmmsimsm&t» 1996-1999^ 









Y 
Y 

A 


JP, 10-39155, A (ft^S^Iitt^^tt) , 

13. 28. 1998 (13. 02. 98), \ 

&CA, 2 2 0 2 5 8 6, A&US, 5 8 3 8 8 6 7, A 

JP, 9-127354, A (ftSHXtft^tt) , 
16. 5 J!. 1 9 9 7 (1 6. 0 5. 9 7), 

#1-, ^3 9M, SfcllS, ^5 -6HI, fg91U#Rg 
&EP, 7 6 2 1 5 9, A2&US, 5 7 40 2 9 7, A 

Nielsen L G et al. : "Large volume manufacturing of dispersio 
n-compensating fibers"; 0FC '98 Techinical Digest, 0^^#T 
tiNRir^*— (J I CST) 1 9 9 8^5^ 2 9 BSA, pp. 24-2 


1-12 
1-12 

1-12 




TEj ffl|^WIiBWomM*3tfi#ffT-&^35^ HimB ^S^oAcfefc^lffl-t-St^) 
B^b<imo#S'J^S**5»*i-2>^«)lc?iffl-rs TYj 4#tcMiSwfc55CiSRX-foo-C, 

rpj BHttWHBffi'?. a»o^5fcfitf>£$g<£>Ks&£ft5m«!8 r&j m-^^h^7^v-xm 


0 9 . 11. 9 9 


1 6.11 .99 


B#H#fffr (1 SA/J P) 
100-8915 

JlCJft8 s FftHKflWMH=TB4#3* 


^if/T^sf mmn&zmm.) 2 K 9514 


*e m w& \ s f|g7 

miS§-§- 03-3581-1101 l*Ji& 3 2 5 5 



HSPCT/ISA/2 10 (f2-<-^) (1 9 9 8f7fl) 



BNSOOCID: <WO_0017685A1J_> 



m®m&n& |hbsw»^ pct/j ps 9/044-1 3 


C . 


mm-rz k^tbbixz>xiak -p- 




5lffl:fc:gKtf> 








5, #iCFig. 1, Table 1#H8 




I A 


M. Onishi et al. : "Third-order dispersion compensating fibre 
s for non-zero dispersion shifted fibre links 'ELECTRONICS 
LETTERS, Vol. 36, No. 25 (5th December 1996) , pp. 2344-2345 


1-12 


A 


JP, 10-221562, A (/W— fe ^ h 7" ^ ^ c 5?— X 

ya-jjfMf y K) , 

21. 8J3. 1 9 9 8 (2 1. 0 8. 9 8) 

&EP, 8 5 9 4 8 1, A&US, 5 1 8 1 6 7 3, A 


1-12 


A 


JP, 8-313750, A C£WS^X£ltfc5t#*±) ,29.1 
1 £ . 1 99 6 (29. 11. 96) , 111 ®M 
&CA, 2 1 70 8 1 5, A&US, 5 6 7 3 3 5 4, A 


1—19 


A 


TP, 8-136758, A C^«^X||I8«S£?#) , 

31. 5£. 1 9 9 6 (3 1. 0 5. 9 6), #50 

&CA, 2 1 5 7 8 2 8, A&US, 5 5 6 8 5 8 3, A j 


■t 1 o 

1 — X 4 


| A 


TP, 7-27063 6, A (^ • =7- << ' 71/ K * x^f If— 7 ^ 1 

is* I/) , 20. 10J3. 1995 (20. 10. 95) 
&EP, 6 6 8 5 2 0, A2&US, 5 4 4 8 6 7 4, A 


1-12 


A 


TP, 6-2 2 2 2 3 5, A (T*))*^ ^ uy ^< n T 1^^ 
J-Ujf?? , 12. 8^. 1 9 9 4 (1 2. 0 8. 

9 4) 

&E P, 598554, Al 


1-12 


A 


JP, 6-1 1 6 2 0, A (3—=^ yfya-jKWf? 
K) 21. l£. 1994 (21. 01. 94) 
&EP, 5 5 4 7 1 4, Al&CA, 2 0 8 4 2 1 7, A&US, 
5361319, A 


1-12 


P, x 


JP, 10-319266, A «S|c*£*fc:7S?* 9) . 
ik. 1 ^; iI8fi^ 0 ii-. 1 iia, 8 k , 2BMI PrU- 


3 


P, A 


T Tsuda et al. : "BROAD BAND DISPERSION SLOPE COMPENSATION 0 
F DISPERSION SHIFTED FIBER USING NEGATIVE SLOPE FIBER ; ECOC 
'98 (20-24 September 1998), Vol.1, pp. 233-234 


1-12 



«SPCT/I SA/2 1 0 (SB2^-5^0»#) (1 9 9 8^7^) 



BNSDOCID: <WO _0017685A1_I_> 



(19) 




Europaisches Patentamt 
Europ an Pat nt Office 
Office europeen des brevets 



(11) 



EP 1 130 428 A1 



(12) 



EUROPEAN PATENT APPLICATION 

published in accordance with Art. 158(3) EPC 



(43) Date of publication: 

05.09.2001 Bulletin 2001/36 

(21) Application number: 99937081.0 

(22) Date of filing: 17.08.1999 



(51) mtci>: G02B 6/16, G02B 6/22 

(86) International application number: 
PCT/JP99/04413 

(87) International publication number: 

WO 00/17685 (30.03.2000 Gazette 2000/1 3) 



(84) 


Designated Contracting States: 


• ISHIKAWA, Shinji 




AT BE CH CY DE DK ES Fl FR GB GR IE IT LI LU 


Yokohama Works of Sumitomo 




MC NL PT SE 


Sakae-ku Yokohama-shi Kanagawa 244-8588 






(JP) 


(30) 


Priority: 18.09.1998 JP 26545398 


* KASHIWADA, Tomonori 


Yokohama Works of Sumitomo 


(71) 


Applicant: Sumitomo Electric Industries, Ltd. 


Sakae-ku Yokohama-shi Kanagawa 244-8588 


Osaka-shi, Osaka 541-0041 (JP) 


(JP) 


(72) 


Inventors: 


(74) Representative: HOFFMANN - EITLE 


• 


OKUNO, Toshiaki 


Patent- und Rechtsanwalte 




Yokohama Works of Sumitomo 


Arabellastrasse 4 




Sakae-ku Yokohama-shi Kanagawa 244-8588 


81925 Munchen (DE) 




(JP) 





(54) DISPERSION COMPENSATING FIBER 

(57) The dispersion-compensating fiber according 
to the present invention is an optical fiber having a struc- 
ture which, when constituting an optical transmission 
line together with a dispersion-shifted fiber, whose zero- 
dispersion wavelength is in a 1 .5-|im wavelength band, 
for guiding light signals in the 1 .5-u.m wavelength band 
or 1 .6-um wavelength band, is capable of improving 
transmission characteristics of the whole optical trans- 
mission line and allowing the dispersion to be compen- 
sated for efficiently and the size thereof to become 
smaller; and has a structure for improving the total dis- 



persion slope of the optical transmission line while in a 
state fully compensating for the dispersion of the disper- 
sion-shifted fiber. This dispersion-compensating fiber 
has a triple cladding structure having a first cladding, a 
second cladding, and a third cladding which are succes- 
sively provided on the outer periphery of a core; and, in 
a state where the relative refractive index differences in 
the regions and outside diameters thereof are optimized 
so as to compensate for the dispersion-shifted fiber, re- 
alizes an optical transmission system having a favorable 
total dispersion slope. 
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Description 
Technical Fi Id 

[0001] The present invention relates to a dispersion- 
compensating fiber which is employed to an optical 
transmission line including a dispersion-shifted fiber ca- 
pable of long-haul, large-capacity optical communica- 
tions utilizing wavelength division multiplexing (WDM) 
signals in a 1.5-um wavelength band or 1.6-u,m wave- 
length band and compensates for the dispersion of the 
dispersion-shifted fiber. 

Background Art 

[0002] In optical fiber transmission line networks used 
for high-speed, large -capacity communications over a 
long haul, the dispersion (chromatic dispersion) ex- 
pressed by the sum of the material dispersion (disper- 
sion caused by the wavelength dependence of refrac- 
tive index inherent in the material of the optical fiber) 
and structural dispersion (dispersion caused by the 
wavelength dependence of the group velocity in the 
propagation mode) in the single-mode optical fiber em- 
ployed as their transmission medium is a limiting factor 
for the transmission capacity. Namely, even when light 
outputted from a light source is assumed to have a sin- 
gle wavelength, it has an uniform spectrum width in the 
strict sense. When such an optical pulse propagates 
through a single-mode optical fiber having a predeter- 
mined chromatic dispersion characteristic, the pulse 
form may collapse since the propagation velocity varies 
among definite spectral components. This dispersion is 
expressed by a unit (ps/km/nm) of propagation delay 
time difference per unit spectrumwidth (nm) and unit op- 
tical fiber length (km). Also, it has been known that the 
material dispersion and structural dispersion cancel 
each other in the single-mode optical fiber, so that the 
dispersion becomes zero in the vicinity of 1 .31 urn. 
[0003] A dispersion-shifted fiber is an optical fiber 
whose zero-dispersion wavelength has been shifted 
from a 1 .3-u.m wavelength band to a 1 .55-um wave- 
length band since the transmission loss of optical fibers 
becomes the lowest in the 1.55-u.m wavelength band; 
and a dispersion-compensating fiber Is used as means 
for compensating for the dispersion of the dispersion- 
shifted fiber in general. As a technique for compensating 
for such a dispersion-shifted fiber, Japanese Patent Ap- 
plication Laid-Open No. HEI 10-39155 discloses a dis- 
persion-compensating fiber and an optical transmission 
system using the same, for example. 
[0004] Though being designed such that its disper- 
sion becomes zero at a predetermined wavelength near 
the wavelength of 1.55 urn, the dispersion-shifted fiber 
has a positive dispersion slope, thus being hard to sup- 
press the occurrenc of chromatic dispersion over the 
whole wavelength band in use. As a consequence, in 
communications based on the wavelength division mul- 



tiplexing (WDM) system, which multiplexes light signals 
having wavelengths different from each other and there- 
by enables the transmission capacity to further in- 
crease, and the like, various transmission characteris- 

5 tics may deviate among wavelengths. For this matter, 
the above-mentioned dispersion-compensating fiber 
disclosed in Japanese Patent Application Laid-Open 
No. HEI 10-39155 is configured so as to improve the 
dispersion slope of the optical transmission line includ- 

10 ing the dispersion-shifted fiber as well. 

[0005] Here, the dispersion slope is given by the gra- 
dient of a graph which indicates chromatic dispersion, 
and is expressed by a unit (ps/nm 2 /km). 

15 Disclosure of the Invention 

[0006] The inventors have studied the conventional 
dispersion-compensating fiber and, as a result, have 
found problems as follows. Namely, the conventional 

20 dispersion-compensating fiber aimed at compensating 
for the dispersion of the dispersion-shifted fiber has a 
small chromatic dispersion, thereby necessitating a 
longer fiber length for compensating for the dispersion 
of the dispersion-shifted fiber. As a consequence, the 

25 efficiency of dispersion compensation has been low, 
and the apparatus and the like have inevitably increased 
their size. In addition, various characteristics of the con- 
ventional dispersion-compensating fiber applied to the 
dispersion-shifted fiber to be compensated for have not 

30 fully been optimized, and the dispersion slope in the op- 
tical transmission line to which the dispersion-shifted fib- 
er is applied has not been improved sufficiently. 
[0007] In order to overcome the foregoing problems, 
it is an object of the present invention to provide a dis- 
ss persion-compensating fiber comprising a structur 
which compensates for the dispersion of a dispersion- 
shifted fiber, improves the total dispersion slope of an 
optical transmission system including the dispersion- 
shifted fiber over a wider wavelength band when applied 

40 thereto: and enables the dispersion to be compensated 
for efficiently and the apparatus to become smaller. 
[0008] The dispersion-compensating fiber according 
to the present invention guides light signals of a 1 .5-p.m 
wavelength band or 1 .6-u.m wavelength band. It is an 

45 optical fiber for compensating for thedispersionof a dis- 
persion-shifted fiber having a zero-dispersion wave- 
length in the 1 .5-u.rn wavelength band, and comprises 
a core region extending along a predetermined refer- 
ence axis and a cladding region provided on the outer 

50 periphery of the core region. The core region is consti- 
tuted by a core having an outside diameter2a. The clad- 
ding region is constituted by a first cladding provided on 
the outer periphery of the core and having an outsid 
diameter 2b; a second cladding provided on the outer 

55 periphery of the first cladding and having an outside di- 
ameter 2c; and a third cladding provided on the outer 
periphery of the second cladding. 
[0009] In this dispersion-compensating fiber, the re- 



2 



113042BA1_U> 



3 



EP1 130 428 A1 



4 



fractive index n n of the core, the refractive index n 2 of 
the first cladding, the refractive index n 3 of the second 
cladding, and the refractive index n 4 of the third cladding 
satisfy the condition of n 1 >n 3 >n 4 >n 2 . Also, the respec- 
tive relative refractive index differences A i and A 2 of the 
core and first cladding with respect to the third cladding 
satisfy at least the conditions of 1% ^ A., ^ 3%, and A 2 
^ -0.4%. Further, in this dispersion -compensating fiber, 
the outside diameter 2a of the core and the outside di- 
ameter 2c of the second cladding satisfy the condition 
of 2a/2c ^ 0.3. 

[0010] The dispersion-compensating fiber according 
to the present invention is characterized in that, when 
constituting an optical transmission system together 
with a dispersion-shifted fiber through which light sig- 
nals of the 1 .5-u.m wavelength band or 1 .6-u.m wave- 
length band propagate, it has a length sufficient for the 
optical transmission system to yield a total dispersion 
slope of -0.024 ps/nm 2 /km or more but 0.024 ps/nm 2 / 
km or less with respect to respective light signals having 
a shortest wavelength X s and a longest wavelength X,_ 
in signal wavelengths within the wavelength band in 
use. 

[0011] Specifically, the dispersion-compensating fib- 
er has a length L DCF which is set so as to satisfy the 
following condition with respect to light having a wave- 
length Xm in signal wavelengths within the wavelength 
band in use: 

ID DSF (^m) - L DSF + D DCF (Xm) • L DCF I ^ 200 ps/nm 
where 

D DS F(^ m ) ls the dispersion of the dispersion-shifted 
fiber at the wavelength Am; 
L DSF is the length of the dispersion-shifted fiber; 
D DCF (Xm) is the dispersion of the dispersion-com- 
pensating fiber at the wavelength Am; and 
L DCF is the length of the dispersion-compensating 
fiber. 

[0012] More preferably, the length Lqqp of the disper- 
sion-compensating fiber is set so as to satisfy the fol- 
lowing condition with respect to all signal wavelengths 
^aii of n 9 nt within the wavelength band in use: 

ID DSF (X al! ) • L DSF + D DCF ( X al ) • L DCF I =i 200 ps/nm 
where 

D DSF (X a „) is the dispersion of the dispersion-shifted 
fiber at all the wavelengths X a „ in use; 
L DSF is the length of th dispersion-shifted fiber; 
d dcf(^hu) is tne dispersion of the dispersion-com- 
pensating fiber at all the wavelengths X a „ in use; and 
L D cf is tne length of the dispersion-compensating 



fiber. 

[001 3] Also, the relative refractive index difference 
of the core with respect to the third cladding preferably 

5 satisfies the condition of 1% g/i^ 2% if a lower trans- 
mission loss is required, and preferably satisfies the 
condition of 2% ^ A 1 ^ 3% if a higher dispersion com- 
pensation efficiency is required due to a higher disper- 
sion, and the range of A-, can be set appropriately in view 

10 of various conditions such as use, equipment, and the 
like. 

[0014] Thus, the dispersion-compensating fiber com- 
prising a core region having a single core and a cladding 
region provided on the outer periphery of the core region 

*5 and having three claddings (a triple cladding structure) 
can improve the total dispersion slope in the optical 
transmission system to which the dispersion-compen- 
sating fiber is applied, if the refractive index and outside 
diameter of each part thereof are set. so as to satisfy 

20 such conditions as those mentioned above. Also, when 
the dispersion-compensating fiber is formed into a mod- 
ule, it is possible to select a chromatic dispersion having 
an absolute value which is large enough to enable the 
dispersion to be compensated for efficiently and the ap- 

25 paratus to become smaller. 

[0015] In particular, while the dispersion-shifted fiber 
has a large dispersion slope notwithstanding the fact 
that its dispersion has a small absolute value, the dis- 
persion compensation effected by a dispersion-com- 

30 pensating fiber having a double cladding structure can- 
not compensate for the dispersion slope and the disper- 
sion at the same time, or necessitates a length on a par 
with the dispersion-shifted fiber to be compensated for. 
Further, there are practical problems such as greater 

35 bending loss. When the triple cladding structure as men- 
tioned above is employed in the cladding region, various 
characteristics of the dispersion-compensating fiber can 
be optimized for overcoming such problems. 
[0016] For example, in the dispersion-compensating 

40 fiber having a triple cladding structure, the length of the 
dispersion-compensating fiber necessary for dispersion 
compensation can be made shorter as the absolute val- 
ue of the dispersion having a negative value is greater, 
whereby the dispersion compensation can be made 

45 more efficient. In particular, the fact that the relative re- 
fractive index difference A-j of the core with respect to 
the third cladding is 1 % or more but 3% or less is equiv- 
alent to the fact that, for example, the dispersion with 
respect to light having a wavelength of 1 .55 |im is about 

so -200 ps/nm/km or more but 0 ps/nm/km or less. 

[0017] Also, the fact that the relative refractive index 
difference A, of the core with respect to the third clad- 
ding is 1% or more but 2% or less is equivalent to the 
fact that, for example, the disp rsion with respect to light 
55 having a wavelength of 1.55 u.m is about -100 ps/nm/ 
km or more but 0 ps/nm/km or less. Similarly, the fact 
that the relative refractive index difference A-j of the core 
with respect to the third cladding is 2% or more but 3% 
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or less is equivalent to the fact that, for example, the 
dispersion with respect to light having a wavelength of 
1.55 u,m is about -200 ps/nm/km or more but -100 ps/ 
nm/km or less. 

[0018] Though the dispersion increases as the value 5 
of A 1 is enhanced, it is necessary that, for example, the 
amount of Ge0 2 added to the core be increased in order 
to enhance the value of A v On the other hand, an in- 
crease in the amount of addition of Ge0 2 causes the 
transmission loss to increase. Therefore, it is preferred to 
that, within the range of condition concerning A.,, the 
condition of 1% ^ ^ 2% and the condition of 2% ^ 
A 1 ^ 3% be appropriately selected, in view of various 
conditions such as use, equipment, and the like, in the 
respective cases where a lower transmission loss and ts 
a higher dispersion compensation efficiency due to a 
higher dispersion are required. 

[0019] Here ; in the dispersion-compensating fiber ac- 
cording to the present invention, the relative refractive 
index difference A 3 of the second cladding with respect 20 
to the third cladding preferably satisfies the condition of 
A 3 ^ 0.1%. Also, the ratio of the outside diameter of the 
core to the outside diameter of the first cladding prefer- 
ably satisfies the condition of 0.2 ^ 2a/2b s 0.5. In ad- 
dition, with respect to light having a wavelength of 1 .55 25 
urn, the dispersion-compensating fiber according to the 
present invention has a bending loss of 1 0 dB/m or less 
at a diameter of 60 mm, a polarization mode dispersion 
of 0.5 ps • knr 1/2 or less, and a transmission loss of 1 
dB/km. 30 
[0020] In practice, there is a case where such a dis- 
persion-compensating fiber is employed as a small-size 
module wound like a* coil. In this case, in particular, low- 
ering the bending loss enables the apparatus to reduce 
its size and suppress its accompanying increase in 35 
transmission loss. 

[0021] When an optical transmission system is con- 
stituted by a dispersion-shifted fiber through which 
WDM signals of the 1 ,55-u.m wavelength band propa- 
gate and the dispersion-compensating fiber having a 40 
length sufficient for compensating for the dispersion of 
the dispersion-shifted fiber as mentioned in the forego- 
ing, this optical transmission system yields a total dis- 
persion slope of -0.024 ps/nm 2 /km or more but 0.024 
ps/nm 2 /km or less, preferably -0.012 ps/nm 2 /km or more 45 
but 0.012 ps/nm 2 /km or less, with respect to respective 
light signals having the shortest wavelength Xs and the 
longest wavelength in signal wavelengths within the 
wavelength band in use. 

so 

Brief Description of the Drawings 
[0022] 

Fig. 1 A is a view showing a cross-sectional struc- 55 
ture of a dispersion-compensating fiber according 
to the present invention, whereas Fig. 1 B is a chart 
showing the refractive index profile of the disper- 



sion-compensating fiber shown in Fig. 1A; 
Fig. 2 is a view showing an example of an optical 
transmission system to which the dispersion-com- 
pensating fiber according to the present invention 
is applied; 

Figs. 3A to 3C are graphs showing dependence 
characteristics of dispersion, dispersion slope, and 
bending loss at a diameter of 60 mm upon core out- 
side diameter in a first embodiment of the disper- 
sion-compensating fiber according to the present 
invention, respectively; 

Fig. 4 is a graph showing relationships between dis- 
persion and dispersion slope in the dispersion-com- 
pensating fiber according to the first embodiment; 
Figs. 5A to 5C are graphs showing dependence 
characteristics of dispersion, dispersion slope, and 
bending loss at a diameter of 60 mm upon core out- 
side diameter in a second embodiment of the dis- 
persion-compensating fiber according to the 
present invention, respectively; 
Fig. 6 is a graph showing relationships between dis- 
persion and dispersion slope in the dispersion-com- 
pensating fiber according to the second embodi- 
ment; 

Fig. 7 is a graph showing relationships between dis- 
persion and dispersion slope in a third embodiment 
of the dispersion-compensating fiber according to 
the present invention; 

Figs. 8A to 8E are graphs showing dependence 
characteristics of total dispersion slope, dispersion, 
bending loss at a diameter of 20 mm, effective area 
(A eff ), and cutoff wavelength on core outside diam- 
eter in the dispersion-compensating fiber according 
to the third embodiment, respectively; 
Fig. 9 is a graph showing relationships between dis- 
persion and dispersion slope in a fourth embodi- 
ment of the dispersion-compensating fiber accord- 
ing to the present invention; 

Fig. 10 is a graph for comparing the dispersion of 
the dispersion-compensating fiber according to the 
fourth embodiment and the dispersion of a disper- 
sion-compensating fiber (comparative example) 
having a double cladding structure; 
Fig. 1 1 is a chart showing the refractive index profile 
of the comparative example (dispersion-compen- 
sating fiber) having a double cladding structure; 
Fig. 12 is a graph showing relationships between 
dispersion and core outside diameter when A 1 is 
changed in the dispersion-compensating fiber ac- 
cording to the fourth embodiment; 
Fig. 13 is a graph showing relationships between 
dispersion and bending loss at a diameter of 40 mm 
when A-, is changed in the dispersion-compensating 
fiber according to the fourth embodiment; 
Fig. 14 is a graph showing relationships b tween 
dispersion and cor outside diameter when 2a/2b 
is changed in the dispersion-compensating fiber ac- 
cording to the fourth embodiment; 
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Fig. 15 is a graph showing relationships between 
dispersion and bending loss at a diameter of 40 mm 
when 2a/2c is changed in the dispersion-compen- 
sating fiber according to the fourth embodiment; 
Fig. 16 is a graph showing relationships between 5 
dispersion and core outside diameter when 2a/2c 
is changed in the dispersion-compensating fiber ac- 
cording to the fourth embodiment; 
Fig. 17 is a graph showing relationships between 
dispersion and bending loss at a diameter of 40 mm 10 
when 2a/2c is changed in the dispersion-compen- 
sating fiber according to the fourth embodiment; 
Fig. 1 8 is a (first) graph showing the wavelength de- 
pendence of the dispersion in an optical transmis- 
sion system constituted by a dispersion-compen- is 
sating fiber according to the present invention and 
a dispersion-shifted fiber; 

Fig. 1 9 is a (second) graph showing the wavelength 
dependence of the dispersion in an optical trans- 
mission system constituted by a dispersion-com- 20 
pensating fiber according to the present invention 
and a dispersion-shifted fiber; 
Fig. 20 is a view showing another configurational 
example of the optical transmission system to which 
the dispersion-compensating fiber according to the 25 
present invention is applied; and 
Fig. 21 is a view showing still another configuration- 
al example of the optical transmission system to 
which the dispersion-compensating fiber according 
to the present invention is applied. 30 

Best Modes for Carrying Out the Invention 

[0023] In the following, embodiments of the disper- 
sion-compensating fiber according to the present inven- 35 
tion will be explained with reference to Figs. 1A, 1B, 2, 
3A to 3C, 4, 5A to 5C, 6, 7, 8A to 8E, and 9 to 21 . Here, 
constituents identical to each other in the drawings will 
be referred to with numerals or letters identical to each 
other without repeating their overlapping explanations. *o 
Also, ratios of dimensions in the drawings do not always 
match those explained. 

[0024] Fig. 1 A is a view showing a cross-sectional 
structure of a dispersion-compensating fiber according 
to the present invention. This dispersion-compensating *s 
fiber 100 comprises a core region having a core 1 with 
an outside diameter 2a; and a cladding region 5 of a 
triple cladding structure constituted by a first cladding 2 
provided on the outer periphery of the core 1 and having 
an outside diameter 2b, a second cladding 3 provided so 
on the outer periphery of the first cladding 2 and having 
an outside diameter 2c, and a third cladding 4 provided 
on the outer periphery of the second cladding 3. Fig. 1 B 
is a chart showing a refractive index profile 550 of the 
dispersion-compensating fiber 100 shown in Fig. 1 A in 55 
a diametric direction thereof (direction indicated by the 
line L in the chart). Here, the abscissa of the refractive 
index profile 550 shown in Fig. 1 B corresponds to indi- 
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vidual parts along the line L in Fig . 1 A on a cross section 
perpendicular to the center axis of the core 1 . Hence, in 
the refractive index profile 550 in Fig. 1B, areas 10 ; 20 : 
30, and 40 indicate the refractive indices of individual 
parts on the line L of the core 1 , first cladding 2, second 
cladding 3, and third cladding 4, respectively. 
[0025] The dispersion-compensating fiber 100 is an 
optical waveguide mainly composed of Si0 2 (silica 
glass), and its characteristics are controlled by the out- 
side diameter and refractive index of each region con- 
stituting the dispersion-compensating fiber 1 00, and the 
like. Here, A in the refractive index profile 550 shown in 
Fig. 1B indicates the relative refractive index difference 
of each region with reference to the refractive index of 
the third cladding 4, and is defined as follows: 

A 1 = (n 1 -n 4 )/n 4 
A 2 = (n 2 -n 4 )/n 4 

A 3 = (n 3 - n 4 ) / n 4 

[0026] Here, n v n 2 , n 3 , and n 4 are refractive indices 
of the core 1 , first cladding 2, second cladding 3, and 
third cladding 4, respectively. Also, the relative refractive 
index difference A in this specification is expressed in 
terms of percent, and the refractive indices of individual 
regions in each defining expression may be arranged in 
any order. Consequently, a negative value of A indicates 
that the refractive index of its corresponding region is 
lower than the refractive index of the third cladding 4. 
[0027] The dispersion-compensating fiber according 
to the present invention is configured such that the re- 
spective refractive indices of the above-mentioned indi- 
vidual regions 1 to 4 satisfy the following condition (1): 

n 1 > n 3 > n 4 > n 2 (1) 

As a consequence, the respective relative refractive in- 
dex differences of the individual regions with respect to 
the third cladding 4 satisfy the following condition (1a): 

A 1 > A 3 > 0% > A 2 (1a) 

(Conditions (1) and (1 a) are equivalent to each other.) 
Namely, they are configured such that A 1 and A 3 have 
positive values, A 2 has a negative value, and A 1 has the 
largest value. 

[0028] An optical fiber with a triple cladding structure 
having such a refractive index profile is constructed, for 
example, as follows. The outermost third cladding 4 is 
formed from Si0 2 . In contrast, the core 1 and the second 
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cladding 3, which are mainly composed of Si0 2> are 
doped with respective predetermined amounts of Ge0 2 , 
such that their refractive indices are controlled so as to 
become higher than the refractive index of Si0 2 . On the 
other hand, the first cladding 2 mainly composed of Si0 2 
is doped with a predetermined amount of F (fluorine), 
such that its refractive index is controlled so as to be- 
come lower than that of Si0 2 . Here, the configuration 
mentioned above is just an example of specific methods 
and configurations of refractive index control by means 
of such impurity doping, which is not restrictive. For ex- 
ample, the third cladding 4 may not be pure Si0 2> but 
may be doped with a predetermined amount of a refrac- 
tive index adjusting agent such as F. 
[0029] Their respective relative refractive index differ- 
ences further satisfy the f ollowing conditions (2) and (3): 

1% =i A 1 ^ 3% (2) 

A 2 ^ -0.4% (3) 

Also, their respective outside diameters satisfy the fol- 
lowing condition (4): 

2a/2c^0.3 (4) 

When the refractive index and outside diameter of each 
region are set as mentioned above : a dispersion-com- 
pensating fiber capable of sufficiently improving a dis- 
persion slope is obtained. Also, when the following con- 
ditions (5) and (6): 

A 3 s: o.1% (5) 

0.2 ^ 2a / 2b ^ 0.5 (6) 

are satisfied, a further preferable dispersion-compen- 
sating fiber is obtained. 

[0030] Here ; the dispersion of the dispersion-com- 
pensating fiber is, for example, with respect to a wave- 
length of 1 .55 u.m : about 0 ps/nm/km when A t = 1 %, and 
about -200 ps/nm/km when A 1 = 3%. Consequently, if 
the value of A 1 is increased within the range of 1 % ^ A t 
^ 3% of condition (2) concerning the relative refractive 
index difference A 1 of the core 1 with respect to the third 
cladding 4, then the absolute value of the dispersion 
having a negative value can be enhanced, whereby the 
dispersion compensation can be made more efficient. 
In ord r to increase th value of A 1 , on the other hand, 
it is necessary that, for example, the amount of Ge0 2 
added to the core 1 be increased so as to enhance the 
refractive index n 1 thereof. In this case, however, trans- 
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mission loss would increase due to the increase in 
Rayleigh scattering caused by Ge0 2 being added, and 
the like. Since the upper limit value of A 1 is set to 3% ; 
the dispersion-compensating fiber according to the 
5 present invention can suppress the transmission loss 
thereof to 1 dB/km or less, while securing sufficient dis- 
persion compensation for the dispersion-shifted fiber to 
be compensated for. 

[0031] Further, the range of condition (2) may be 
10 changed to the following two conditions (7) and (8): 

1% ^ A 1 ^ 2% (7) 



2% ^ A n ^ 3% (8) 

Respective dispersion-compensating fibers satisfying 
these two conditions may be selected as necessary. 
20 Namely, may be selected so as to match condition 
(7) if a lower transmission loss is more important, where- 
as A 1 matching condition (8) may be selected if a higher 
dispersion is more important. 

[0032] Also, while polarization mode dispersion 

25 (PMD) enhances along with increases in out-of-round- 
ness which represents the deviation of the form of the 
core 1 from a perfect circle, the polarization mode dis- 
persion caused by the deviation from the perfect circle 
also increases as the refractive index of the core 1 is 

30 greater i.e., the value of A 1 is greater. Since the upper 
limit of A-, is suppressed to 3% or less, the dispersion- 
compensating fiber according to the present invention 
can suppress its polarization mode dispersion to 0.5 ps 
• knr 1/2 or less when the out-of-roundness is 0.5% or 

35 less, for example. 

[0033] Fig. 2 is a view showing a configurational ex- 
ample of an optical transmission system to which the 
dispersion-compensating fiber according to the present 
invention is applied. In this optical transmission system, 

40 one end (entrance end) of a dispersion-shifted fiber 200 
to be compensated for is optically connected to a trans- 
mitter 400 by way of an optical fiber transmission line 
300 such as a single-mode optical fiber, whereas the 
other end (exit end) thereof is optically connected to one 

45 end (entrance end) of the dispersion-compensating fib- 
er 100 according to the present invention. On the other 
hand, the other end (exit end) of the dispersion-compen- 
sating fiber 100 is optically connected to a receiver 500 
by way of an optical fiber transmission line 300 such as 

50 a single-mode optical fiber. 

[0034] Here, the total dispersion and total dispersion 
slope in the optical transmission system to which the dis- 
persion-compensating fiber 100 is applied are defined 
as follows. Namely : the total dispersion of the optical 

55 transmission system constituted, as shown in Fig. 2, by 
the dispersion-shifted fiber 200 with a length of L DSF 
having a dispersion D DSF (1 7 ps/nm/km at a wavelength 
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of 1 .55 pm) and a dispersion slope S DSF (0.06 ps/nm 2 / 
km) and the dispersion-compensating fiber 100 with a 
length of L DCF having a dispersion D DCF and a disper- 
sion slope S DCF is given by: 



D DSF ' L DSF + D DCF ' L DCF 



Also, the total dispersion slope in the optical transmis- 
sion system is given by: 

( S DSF ' L DSF + S DCF * L DCf) ' L DSF 

Here, since the length of the dispersion-compensating 
fiber 100 is much shorter than that of the transmission 
line portion constituted by the dispersion-compensating 
fiber 1 00 and the dispersion-shitted fiber 200, its contri- 
bution to the total dispersion and total dispersion slope 
in the optical transmission system is negligible. 
[0035] The dispersion-compensating fiber according 
to the present invention has such characteristics that, in 
the optical transmission system to which it is applied to- 
gether with the dispersion-shifted fiber, the value of total 
dispersion slope becomes -0.024 ps/nm 2 /km or more 
but 0.024 ps/nm 2 /km or less under the condition where 
its dispersion is sufficiently compensated for with re- 
spect to light having a wavelength of 1 .55 urn, i.e., under 
the condition where the total dispersion becomes zero. 
[0036] The basis for this numerical range of total dis- 
persion slope is as follows. Namely, in the case of WDM 
transmission with a signal bandwidth of 30 nm and a 
transmission length of 300 km, a difference of 216 ps/ 
nm occurs between both ends of the signal band (the 
shortest and longest wavelengths in the signal band) 
when the total dispersion slope is 0.024 ps/nm 2 /km. A 
permissible dispersion width of transmission limits in 
such optical transmission is described, for example, in 
"Optical Fiber Communication (OFC96) Technical di- 
gest Postdeadline paper PD 19 (1 996)"; and, according 
to its description, the limit of permissible dispersion 
width is about 200 ps/nm when the bandwidth is 32.4 
nm in the optical transmission over 150 km of a single- 
mode optical fiber. In view of this, for carrying out wide- 
band, high-speed WDM transmission in an optical fiber 
transmission line having a length of 150 km or more, it 
is necessary that the total dispersion slope of the optical 
transmission line be -0.024 ps/nm 2 /km or more but 
0.024 ps/nm 2 /km or less. 

[0037] Further, when a dispersion-compensating fiber 
which is adapted to yield a total dispersion slope value 
of -0.012 ps/nm 2 /km or more but 0.012 ps/nm 2 /km or 
less is employed, an optical transmission system capa- 
ble of higher-speed optical transmission can be r al- 
ized. Namely, th total dispersion slop value is needed 
to be made further smaller in high-speed optical trans- 
mission at 20 Gbits/sec or at 30 Gbits/sec. According to 
the description in "Optical Fiber Communication 



(OFC96) Technical digest Postdeadline paper PD 19 
(1 996)," optical transmission over a distance up to about 
500 to 600 km is possible when the total dispersion 
slope is -0.01 2 ps/nm 2 /km or more but 0.012 ps/nm 2 /km 
5 or less. 

[0038] Here, in order to constitute the optical trans- 
mission system as mentioned above, the length L DCF of 
the dispersion-compensating fiber is set so as to satisfy 
the following condition with respect to light having a 
10 wavelength Am in signal wavelengths within the wave- 
length band in use: 



15 



35 



40 



\0 DSF {Xm) • L DSF + D DCF (Xm) . L DCF I ^ 200 ps / nm 



where 



Ddsf^™) is the dispersion of the dispersion-shifted 
fiber at the wavelength Am; 
20 L DSF is tne len 9 tn °f tne dispersion-shifted fiber; 

Do CF (Xm) is the dispersion of the dispersion-com- 
pensating fiber at the wavelength Ajti; and 
L DCF is the length of the dispersion-compensating 
fiber. 

25 

[0039] More preferably, the length L DCF of the disper- 
sion-compensating fiber is set so as to satisfy, with re- 
spect to all signal wavelengths A^,, of light within the 
wavelength band in use, the following condition: 

30 

ID DSF<*ell) • L DSF + D DCF^all) * L DCf' = 200 P S ' nrT1 



where 



D DSF (A^n) is the dispersion of the dispersion-shifted 
fiber at all the wavelengths A a(! in use; 
Lqsf is the length of the dispersion-shifted fiber; 
D DCF (A. a ,|) is the dispersion of the dispersion-com- 
pensating fiber at all the wavelengths A aM in use; and 
L DCF is the length of the dispersion-compensating 
fiber. 



[0040] The dispersion compensation ratio, which is 
45 employed as an index for evaluating the dispersion- 
compensating fiber together with the above-mentioned 
total dispersion slope value, will now be explained. In 
this specification, the dispersion compensation ratio of 
the dispersion-compensating fiber for compensating for 
so the dispersion-shifted fiber is defined as the value ob- 
tained when the ratio of the dispersion slope of the dis- 
persion-compensating fiber to the dispersion slop of 
the dispersion-shifted fiber at a wavelength of 1 .55 urn 
is divided by the ratio of the dispersion of the dispersion- 
55 compensating fiber to the dispersion of the dispersion- 
shifted fiber at a wavelength of 1 .55|im,and represents, 
when an optical transmission system is constituted by 
the dispersion-shifted fiber and the dispersion-compen- 
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sating fiber, the correlation between the total dispersion 
and total dispersion slope in the optical transmission 
system. Namely., letting D DSF be the dispersion of the 
dispersion-shifted fiber, S DSF be the dispersion slope 
thereof, D DCF be the dispersion of the dispers ion-com- 
pensating fiber, and S DCF be the dispersion slope there- 
of, the dispersion compensation ratio DSCR is given by: 

DSCR = (S DCF /D DCF ) / (S DSF /D DSF ) 

[0041 ] For example, in an optical transmission system 
having a dispersion compensation ratio of 1 00%, the ra- 
tio in length between the dispersion-shifted fiber and the 
dispersion-compensating fiber is set such that the total 
dispersion becomes zero, whereby the total dispersion 
slope value becomes 0 ps/nm 2 /km simultaneously, thus 
completely compensating for the total dispersion and to- 
tal dispersion slope at the same time. In an optical trans- 
mission system having a dispersion compensation ratio 
of 50%, for example, which is not greater than 100%, 
on the other hand, the total dispersion slope can be com- 
pensated for by only 50% even if the ratio in length be- 
tween the dispersion-shifted fiber and the dispersion- 
compensating fiber is set such that the total dispersion 
becomes zero. In this case, if the dispersion slope of the 
dispersion-shifted fiber is 0.07 ps/nm 2 /km, then the total 
dispersion slope afterthe compensation becomes 0.035 
ps/nm 2 /km. In an optical transmission system having a 
dispersion compensation ratio of 150%, for example, 
which is not lower than 100%, in contrast, the total dis- 
persion slope can be compensated for in excess by 50% 
even if the ratio in length between the dispersion-shifted 
fiber and the dispersion-compensating fiber is set such 
that its total dispersion becomes zero. In this case, if the 
dispersion slope of the dispersion-shifted fiber is 0.07 
ps/nm 2 /km, then the total dispersion slope after the 
compensation becomes -0.035 ps/nm 2 /km. 
[0042] With regard to the optical transmission system 
to which the dispersion-compensating fiber according to 
the present invention is applied, the condition for the to- 
tal dispersion slope to become -0.024 ps/nm 2 /km or 
more but 0.024 ps/nm 2 /km or less corresponds to, for 
example, the state where the dispersion compensation 
ratio is about 66% or more but 134% or less In the case 
where the dispersion-compensating fiber is connected 
to the dispersion-shifted fiber whose dispersion slope is 
0.07 ps/nm 2 /km. Similarly, the condition for the total dis- 
persion slope of -0.012 ps/nm 2 /km or more but 0.012 
ps/nm 2 /km or less corresponds to the state where the 
dispersion compensation ratio is about 83% or more but 
117% or less. 

[0043] The configuration of such an optical transmis- 
sion system is not limited to that mentioned above. For 
example, though the dispersion-compensating fiber 1 00 
is arranged downstream from the dispersion-shifted fib- 
er 200 in Fig. 2, it may be located upstream from the 
dispersion-shifted fiber 200. Also, the optical transmis- 
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sion line of the optical transmission system shown in Fig. 
2 may be an optical transmission line network capable 
of bidirectional communications. As the optical fiber 
transmission line 300, not only a single-mode optical fib- 

5 er but also other modes of optical fibers may be em- 
ployed as required. If necessary, repeaters and the like 
can be installed on the transmission line. 
[0044] Specific embodiments of the dispersion-com- 
pensating fiber according to the present invention and 

10 their characteristics will now be explained. Here, all of 
various characteristics such as dispersion and disper- 
sion slope in each of the embodiments set forth in the 
following are based on results of calculations employing 
a finite-element method. 

15 

(First Embodiment) 

[0045] The cross-sectional structure of the disper- 
sion-compensating fiber according to the first embodi- 

20 ment and its refractive index profile are similar to the 
cross-sectional structure shown in Fig. 1A and the re- 
fractive index profile shown in Fig. 1 B, respectively. Pre- 
pared as the dispersion-compensating fiber according 
to the first embodiment were four kinds of samples in 

25 which the relative refractive index difference A-j of the 
core 1 with respect to the third cladding 4, the relative 
refractive index difference A 2 of the first cladding 2 with 
respect to the third cladding 4, the relative refractive in- 
dex difference A 3 of the second cladding 3 with respect 

30 to the third cladding 4, and the ratio 2a/2b of the outside 
diameter 2a of the core 1 to the outside diameter 2b of 
the first cladding 2 were fixed at 1.1%, -0.7%, 0.08%, 
and 0.42, respectively, whereas the respective values 
of the ratio 2a/2c of the outside diameter 2a of the core 

35 1 to the outside diameter 2c of the second cladding 3 
were (a) 0.10, (b) 0.13, (c) 0.15, and (d) 0.20. Here, the 
relative refractive index differences A 1t A 2 , and A 3 , and 
2a/2b mentioned above satisfy the individual conditions 
(1 ), (2), (3), (6), and (7) mentioned above, whereas 2a/ 

40 2b mentioned above satisfies condition (4). 

[0046] Figs. 3A to 3C are graphs showing the disper- 
sion (Da to Dd), dispersion slope (Sa to Sd), and bend- 
ing loss at a diameter of 60 mm (Ba to Bd) for each value 
of 2a/2c with respect to light having a wavelength of 1 .55 

45 ujti. Here, suffixes a to d correspond to the respective 
values (a) to (d) of 2a/2c. Each abscissa indicates the 
outside diameter 2a of the core 1 , and the bending loss 
is a small value of about 10 2 dB/m or less within the 
calculated range. Also, the dispersion and the disper- 
se sion slope are within the range of about -50 to 0 ps/nm/ 
km and the range of about -2.0 to 0 ps/nm 2 /km, respec- 
tively. 

[0047] Relationships between the dispersion and dis- 
persion slope are indicated by Aa to Ad in Fig. 4. In the 
55 graph of Fig. 4, dotted lines P0 to P4 indicate dispersion 
compensation ratios in the case where connection to a 
dispersion-shifted fiber having a dispersion of 2 ps/nm/ 
km and a dispersion slope of 0.07 ps/nm 2 /km at a wave- 
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length of 1 .55 yim is assumed. Dotted line P0 indicates 
the case where the dispersion compensation ratio is 
100%, and corresponds to the state where the disper- 
sion is completely compensated for and the total disper- 
sion slope is 0 ps/nm 2 /km. Dotted lines P1 and P2 indi- 
cate the cases where the dispersion compensation ratio 
is about 66% and 134%, respectively, and similarly cor- 
respond to the states where the total dispersion slope 
is 0.024 and -0.024 ps/nm 2 /km, respectively. Dotted 
lines P3 and P4 indicate the cases where the dispersion 
compensation ratio is about 83% and 1 1 7%, respective- 
ly, and correspond to the states where the total disper- 
sion slope is 0.012 and -0.012 ps/nm 2 /km, respectively. 
From these relationships, it can be seen that the case 

(a) where the value of 2a/2c is 0.10 is the most prefer- 
able as the dispersion-compensating fiber of this em- 
bodiment. Namely, in the case where the relative refrac- 
tive index difference A 3 of the second cladding 3 with 
respect to the third cladding 4 is 0.08%, a dispersion- 
compensating fiber which can effectively restrain bend- 
ing loss from increasing is obtained when the outside 
diameter 2c of the second cladding 3 is enhanced. 

(Second Embodiment) 

[0048] As with the first embodiment, the second em- 
bodiment has the structure and refractive index profile 
shown in Figs. 1A and 1B. Prepared as the dispersion- 
compensating fiber according to the second embodi- 
ment were three kinds of samples in which the relative 
refractive index difference A 1 of the core 1 with respect 
to the third cladding 4, the relative refractive index dif- 
ference A 2 of the first cladding 2 with respect to the third 
cladding 4, the relative refractive index difference A 3 of 
the second cladding 3 with respect to the third cladding 
4, and the ratio 2b/2c of the outside diameter 2b of the 
first cladding 2 to the outside diameter 2c of the second 
cladding 3 were fixed at 2.5%, -0.7%, 0.08%, and 0.44, 
respectively, whereas the respective values of the ratio 
2a/2b of the outside diameter 2a of the core 1 to the 
outside diameter 2b of the first cladding 2 were (a) 0.25, 

(b) 0.34, and (c) 0.41 . Here, the relative refractive index 
differences A 1t A 2 , and A 3 , and 2b/2c mentioned above 
satisfy the individual conditions (1 ), (2), (3), and (8) men- 
tioned above, whereas each of the three kinds of 2a/2b 
mentioned above satisfies conditions (4) and (6). 
[0049] Figs. 5A to 5C are graphs showing the disper- 
sion (Da to Dc), dispersion slope (Sato Sc), and bending 
loss at a diameter of 60 mm (Ba to Be) for each value 
of 2a/2b with respect to light having a wavelength of 1 .55 
u,m. Here, suffixes a to c correspond to the respective 
values (a) to (c) of 2b/2c. Each abscissa indicates the 
outside diameter 2a of the core 1 , and the bending loss 
is a small value of about 10- 4 dB/m or less within the 
calculated range. Also, the dispersion and the disper- 
sion slope are within the range of about -200 to -50 ps/ 
nm/km and the range of about -2.0 to 0 ps/nm 2 /km, re- 
spectively. 



[0050] Relationships between the dispersion and dis- 
persion slope are indicated by Aa to Ac in Fig. 6. In the 
graph of Fig. 6 : dotted lines P0 to P4 indicate dispersion 
compensation ratios in the case where connection to a 

5 dispersion-shifted fiber having a dispersion of 5 ps/nm/ 
km and a dispersion slope of 0.07 ps/nm 2 /km at a wave- 
length of"1 .55'u.m is assumed. The dispersion compen- 
sation ratio and total dispersion slope corresponding to 
each dotted line are similar to those in the graph of Fig. 

10 4. From these relationships, it can be seen that the case 
(a) where the value of 2a/2c is 0.25 is the most prefer- 
able as the dispersion-compensating fiber of this em- 
bodiment. 

[0051] Here, although the above-mentioned first em- 
's bodiment is an example in which the relative refractive 
index difference A 1 of the core 1 with respect to the third 
cladding 4 is 1 .1% and thus satisfies condition (7): 1% 
^ A 1 ^ 2%, the relative refractive index difference A 1 
(2.5%) in thesecond embodiment satisfies condition (8): 
20 2% ^ A 1 ^ 3%. Here, while the dispersion is within the 
range of -50 to 0 ps/nm/km in the first embodiment, it is 
within the range of -200 to -50 ps/nm/km in the second 
embodiment, whereby the absolute value of dispersion 
is enhanced as the relative refractive index difference 
25 a 1 is made greater. While the same holds true for other 
parameters as well, various characteristics of the dis- 
persion-compensating fiber largely depend on these pa- 
rameters concerning the refractive index and outside di- 
ameter as can be seen when the first and second em- 
30 bodiments are compared with each other, whereby it is 
important that the individual parameters be optimized 
so as to yield characteristics corresponding to the use 
of the dispersion-compensating fiber or necessary con- 
ditions. 

35 

(Third Embodiment) 

[0052] As with the first and second embodiments, the 
third embodiment has the structure and refractive index 

40 profile shown in Figs. 1 A and IB. Prepared as the dis- 
persion-compensating fiber according to the third em- 
bodiment were a plurality of samples in which the rela- 
tive refractive index difference A 1 of the core 1 with re- 
spect to the third cladding 4, the relative refractive index 

45 difference A 3 of the second cladding 3 with respect to 
the third cladding 4, the ratio 2a/2b of the outside diam- 
eter 2a of the core 1 to the outside diameter 2b of the 
first cladding, the ratio 2a/2c of the outside diameter 2a 
of the core 1 to the outside diameter 2c of the second 

so cladding 3 were fixed at 1.4%, 0.4%, 0.4, and 0.27, re- 
spectively, whereas the relative refractive index differ- 
ence A 2 of the first cladding with respect to the third clad- 
ding 4 was within the range of -0.8% to -0.3%. Here, the 
relative refractive index differences A 1 and A 3 , 2a/2b, 

55 and 2a/2c mentioned above satisfy the individual con- 
ditions (1) : (2), (4), (5), (6), and (7) mentioned above, 
whereas the above-mentioned relative refractive index 
difference A 2 satisfies condition (3) except for a sample 
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in which it is -0.3%. 
[0053] Relationships between the dispersion and dis- 
persion slope of the dispersion-compensating fiber ac- 
cording to the third embodiment are shown in the graph 
of Fig. 7. In this graph, dotted lines PO to P4 indicate 5 
dispersion compensation ratios in the case where con- 
nection to a dispersion-shifted fiber having a dispersion 
of 5 ps/nm/km and a dispersion slope of 0.07 ps/nm 2 / 
km at a wavelength of 1 .55 u,m is assumed. The values 
of dispersion compensation ratio and total dispersion 
slope corresponding to each dotted line are similar to 
those in the graph of Fig. 4. As can also be seen from 
this graph, the absolute value of the dispersion slope 
with respect to a given dispersion value becomes great- 
er as the absolute value of A 2 increases (-0.8%, 
-0.7%, -0.3%) and, if A 2 is set in the vicinity of -0.7%, 
approaches doted line P0 which Indicates a dispersion 
compensation ratio of 1 00%, thereby making it possible 
to compensate for the dispersion slope in a wide range 
of dispersion value at the same time as well. 
[0054] Figs. 8A to 8E are graphs showing the total d is- 
persion slope, dispersion, bending loss at a diameter of 
20 mm, effective area A eff , and cutoff wavelength with 
respect to light having a wavelength of 1 .55 u,m when 
A 2 = -0.7% as a preferable value, respectively. In each 
graph, the abscissa indicates the outside diameter 2a 
of the core 1 . Here, while the total dispersion slope is a 
value obtained underthe condition where the dispersion 
at a wavelength of 1 .55 um is completely compensated 
for with respect to the dispersion-shifted fiber having the 
above-mentioned dispersion and dispersion slope, the 
absolute value of total dispersion slope is suppressed 
to 0.012 ps/nm 2 /km or less over a very wide range 
where the outside diameter 2a of the core 1 is about 
4.84 to 5.13 pjn. Here, the absolute value of total dis- 
persion slope was 0.024 ps/nm 2 /km or less over the 
whole calculated range. 

[0055] There are cases where the dispersion-com- 
pensating fiber is used as a module in a state accom- 
modated within a predetermined container while being 
wound like a coil. Therefore, it is necessary to take ac- 
count of the bending loss of the dispersion-compensat- 
ing fiber. Here, letting the upper limit of bending loss at 
a diameter of 20 mm be 5 dB/m, the lower limit of the 
outside diameter 2a of the core is 4.86 u.m as can also 
be seen from the graph of Fig. 8C. Further, in order to 
decrease the necessary fiber length by enhancing the 
dispersion compensation efficiency of the dispersion- 
compensating fiber, it is important that the absolute val- 
ue of the dispersion having a negative value be made 
greater. In the third embodiment, a dispersion as large 
as about -60 ps/nm/km can be achieved as indicated in 
the graph of Fig. 8B. Consequently, the necessary fiber 
length of the dispersion-compensating fiber can be- 
come about 1/10 of the dispersion-shifted fiber trans- 
mission line. 

[0056] As for the bending loss, though the value of 
bending loss at a diameter of 20 mm is indicated in the 
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explanation of the third embodiment, the bending loss 
at a diameter of 60 mm becomes a value smaller than 
that at the diameter of 20 mm. 

[0057] In the case of the dispersion-compensating fib- 
er according to the third embodiment, the effective area 
A eff is about 17 jim (see Fig. 8D), thus being on a par 
with that'of the current dispersion-compensating fiber. 
Also, the cutoff wavelength of the second-order mode 
at a fiber length of 2 m is about 1.8 u.m (see Fig. 8E). 
Here, though the single mode is not guaranteed at the 
fiber length of 2 m in this embodiment, the single mode 
is guaranteed in actual uses since there exists a suffi- 
cient fiber length due to the distance dependence of cut- 
off wavelength. 

(Fourth Embodiment) 

[0058] In an optical transmission line including a dis- 
persion-shifted fiber of a 1.55-u/n wavelength band, 
there are cases where it is necessary to carry out WDM 
transmission of a 1 .58-u.m wavelength band in order to 
suppress nonlinear effects, and the dispersion-compen- 
sating fiber according to the present invention is also 
applicable to such cases. 

[0059] Fig. 9 is a graph showing an example of the 
wavelength dependence of the dispersion and disper- 
sion slope in the fourth embodiment of the dispersion- 
compensating fiber according to the present invention. 
Here, C1 indicates the curve of dispersion slope, where- 
as C2 indicates the curve of dispersion. If the minimum 
value of dispersion is appropriately selected, a large dis- 
persion slope can be obtained, for example, in a region 
with a large absolute value of dispersion on the order of 
-150 to -300 ps/nm/km. Though such a region is sus- 
ceptible to bending loss, in the case of a dispersion-shift- 
ed fiber having a dispersion on the order of 1 .5 to 3.0 
ps/nm/km with respect to light in the 1.58-u.m wave- 
length band, the dispersion and dispersion slope of the 
dispersion-shifted fiber having a length of about 80 km 
can be compensated for by a length of less than 1 km. 
Therefore, while the minimum diameter of the module 
(in which the dispersion-compensating fiber is wound 
like a coil) is set greater and the refractive index of the 
second cladding 3 is made greater, so as to yield a struc- 
ture resistant to bending, the distance dependence of 
the cutoff wavelength Ac Is employed, whereby a prac- 
tically usable dispersion-compensating fiber is ob- 
tained. 

[0060] Fig. 10 is a graph showing an example of 
wavelength dependence of the dispersion in a disper- 
sion-compensating fiber having a triple cladding struc- 
ture (indicated by C100 in the graph) and the dispersion 
in a dispersion-compensating fiber having a doubl 
cladding structure (indicated by C200 in the graph) 
which is a comparative example. While the dispersion 
in the dispersion-compensating fiber of double cladding 
structure has a minimum value near the base cutoff 
wavelength (wavelength to become a maximum), no 
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base cutoff wavelength is seen in the dispersion-com- 
pensating fiber of triple cladding structure, whereby a 
large negative dispersion value can be realized. 
[0061] Here : Fig. 11 shows the refractive index profile 
560 of the dispersion-compensating fiber of double clad- 
ding structure, which is a comparative example, and the 
dispersion-compensating fiber of the comparative ex- 
ample corresponds to a structure in which the second 
cladding 3 (corresponding to the area 30) is excluded 
from the triple cladding structure shown in Fig. 1 A (i.e., 
2d = 2b). Consequently, in the refractive index profile 
560 of Fig. 11 , areas 561 , 562, and 563 indicate the re- 
fractive indices of the core portion, first cladding portion, 
and second cladding portion corresponding to the indi- 
vidual parts on the line L of the core 1 , first cladding 2, 
and third cladding 4 shown in Fig. 1A, respectively. 
Hence, the dispersion-compensating fiber as the com- 
parative example comprises the core portion having a 
refractive index n 1 and an outside diameter 2a; the first 
cladding portion provided on the outer periphery of the 
core portion and having a refractive index n 2 (< n 1 ) and 
an outside diameter 2d; and the second cladding portion 
provided on the outer periphery of the first cladding por- 
tion and having a refractive index n 3 (> n 2 , and < n.,). 
Also, A-, shown in Fig. 11 is the relative refractive index 
difference of the core portion with respect to the above- 
mentioned second cladding portion, whereas A 2 is the 
relative refractive index difference of the core portion 
with respect to the above-mentioned second cladding 
portion. 

[0062] Curves Ca to Ce in Fig. 12 indicate relation- 
ships between the dispersion and the core outside di- 
ameter 2a in the case where the value of A 1 is changed, 
whereas curves Bato Be in Fig. 13 indicate relationships 
between the dispersion and the bending loss at a diam- 
eter of 40 mm in the case where the value of A-, is 
changed. Suffixes a to e in these graphs correspond to 
respective cases where A 1 is set to (a) 1.83, (b) 2.13, 
(c) 2.42, (d) 2.71 , and (e) 2.99, whereas A 2 , A 3 , 2a/2c, 
and2a/2b are fixed at -0.67%, 0.147%, 0.125, 0.25, and 
0.5 in each case, respectively. 

[0063] When the relative refractive index difference 
Ai is set low, the negative peak value of dispersion can 
be made greater, whereby a large dispersion slope can 
be obtained in a larger area of the core outside diameter 
2a from the peak. From the viewpoint of bending loss, 
on the other hand, it is desirable that A 1 be higher with 
respect to the same dispersion value. Balancing these 
opposite effects, an optimal value of A-, can be derived. 
[0064] Curves Ca to Ce in Fig. 14 indicate relation- 
ships between the dispersion and the outer core diam- 
eter 2a in the case where the value of 2a/2b is changed, 
whereas curves Bato Be in Fig. 15 indicate relationships 
between the dispersion and the bending loss at a diam- 
eter of 40 mm in the case where the value of 2a/2b is 
changed. Suffixes a to e in these graphs correspond to 
respective cases where 2a/2b is set to (a) 0.231, (b) 
0.242, (c) 0.250, (d) 0.263, and (e) 0.273, whereas A v 



A2, A 3 , and 2a/2c are fixed at 2.51%, -0.67%, 0.147%, - 
and 0.125 in each case, respectively. 
[0065] In particular,. while the negative peak value of 
dispersion can be increased when 2a/2b is made small- 
5 er. its effect is opposite to the bending loss as in the case 
where the refractive index A 1 is changed. 
[0066] "Further curves Ca to Cf in Fig. 16 indicate re- 
lationships between the dispersion and the outer core 
diameter 2a in the case where the value of 2a/2c is 
10 changed, whereas curves Ba to Bf in Fig. 17 indicate 
relationships between the dispersion and the bending 
loss at a diameter of 40 mm in the case where the value 
of 2a/2c is changed. Suffixes a to f in these graphs cor- 
respond to respective cases where 2a/2c is set to (a) 
15 0.101, (b) 110, (c) 0.117, (d) 0.125, (e) 0.133, and (f) 
0.1 56, whereas A 1 , A 2 , A 3 , and 2a/2b are fixed at 2.51 %, 
-0.67%, 0.147%, and 0.25 in each case, respectively. 
[0067] In both of respective cases where 2a/2c is en- 
hanced and reduced, the negative peak value of disper- 
se sion tends to increase. In view of the dependence of 
bending loss on the dispersion value, on the other-hand, 
the effect of improving the bending loss is greater when 
2a/2c is smaller, whereby it is desirable that the value 
of 2a/2c be smaller. Here, it is necessary that an appro- 
25 priate value be selected such that the cutoff wavelength 
Xc does not become too long. 

[0068] Figs. 18 and 19 show graphs indicating the 
wavelength dependence characteristics of optical trans- 
mission systems each comprising such a dispersion- 
30 compensating fiber and a dispersion-shifted fiber. As in- 
dividual parameters of the dispersion -compensating fib- 
er, A n , A 2 , A 3 , 2a/2c, 2a/2b, and 2b/2c are set to 2.51 %, 
-0.67%, 0.147%, 0.11, 0.25, and 0.44 : respectively. Al- 
so, a dispersion-shifted fiber having a zero-dispersion 
35 wavelength of 1 .536 u.m and a dispersion slope of 0.066 
ps/nm 2 /km is assumed to be the object to be compen- 
sated for in the optical transmission system having the 
wavelength dependence of dispersion shown in Fig. 18, 
whereas a dispersion-shifted fiber having a zero-disper- 
40 sion wavelength of 1 .552 u,m and a dispersionslope of 
0.075 ps/nm 2 /km is assumed to be the object to be com- 
pensated for in the optical transmission system having 
the wavelength dependence of dispersion shown in Fig. 
1 9. In any case, a low dispersion value is realized within 
45 the wavelength range of 1 .57 to 1 .60 urn. 

[0069] Figs. 20 and 21 show configurational exam- 
ples of the optical transmission system for carrying out 
WDM transmission of a 1 .58-u.m wavelength band, to 
which a dispersion-compensating fiber and a disper- 
se sion-shifted fiber such as those mentioned above are 
applied. In the optical transmission system of Fig. 20, 
two repeating amplifiers 600 (EDFA: Erbium-doped fiber 
amplifier for the 1.58-u,m wavelength band) are installed 
in a transmission line between a transmitter 400 and a 
55 receiver 500, whereas a dispersion-shifted fiber 200 
having a length of 94 km and a dispersion-compensat- 
ing fiber 1 00 having a length of 1 km for compensating 
for the dispersion and dispersion slope of the disper- 
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sion-shifted fiber 200 are installed between the repeat- 
ing amplifiers 600. 

[0070] In the optical transmission system of Fig. 21, 
on the other hand, a preamplifier 700 and a back-end 
amplifier 800 are installed in a transmission line be- 5 
tween a transmitter 400 and a receiver 500, whereas a 
plurality of (four in the drawing) repeating amplifiers 600 
are installed between the preamplifier 700 and the back- 
end amplifier 800. A dispersion-shifted fiber 200 having 
a length of 80 km is installed between each pair of the io 
repeating amplifiers 600. On the other hand, a disper- 
sion-compensating fiber 100 having a length of 4.8 km 
is installed between the back-end amplifier 800 and the 
receiver 500, so as to compensate for the dispersion 
and dispersion slope in the optical transmission system. 15 
In these optical transmission systems, a 1.56- to 
1 .61-ujn eight-wave multiplexing transmitter, for exam- 
ple, is employed as the transmitter 400. 
[0071] The length of each fiber and the like in the ex- 
planation of the optical transmission systems shown in 20 
Figs. 20 and 21 are just examples thereof, and are set 
appropriately according to characteristics of the individ- 
ual fibers so as to realize dispersion compensation and 
the like. 

25 

Industrial Applicability 

[0072] In the dispersion-compensating fiber accord- 
ing to the present invention, as explained in the forego- 
ing, a triple cladding structure is employed in the disper- 30 
sion-compensating fiber for carrying out the dispersion 
compensation for the dispersion-shifted fiber, and the 
refractive index and outer diameter of each part thereof 
are optimized, whereby the dispersion slope can also 
be sufficiently compensated for at the same time when 35 
dispersion compensation is carried out. 
[0073] Also, since the relative refractive index differ- 
ence A 1 of the core portion and the like are set such that 
the absolute value of dispersion is sufficiently en- 
hanced, the length of the dispersion-compensating fiber 40 
necessary for dispersion compensation (ratio of its 
length to that of the dispersion-shifted fiber to be com- 
pensated for) can be decreased: and the bending loss 
can be made sufficiently small. As a result, when the 
dispersion-compensating fiber is wound like a coil so as 45 
to construct a module, the latter can be made smaller, 
and efficient compensation of dispersion and dispersion 
slope can be realized. 

50 

Claims 

1 . A dispersion-compensating fiber for compensating 
for a dispersion of a predetermined length of a dis- 
persion-shifted fiber having a zero-dispersion 55 
wavelength in a 1 .5-j.im wavelength band, compris- 
ing: 



a core region extending along a predetermined 
reference axis and having a core with an out- 
side diameter 2a; and 

a cladding region which is a region provided on 
the outer periphery of said core region, said 
cladding region having a first cladding provided 
on the outer periphery of said core and having 
an outside diameter 2b, a second cladding pro- 
vided on the outer periphery of said first clad- 
ding and having an outside diameter 2c, and a 
third cladding provided on the outer periphery 
of said second cladding, 
wherein a refractive index of said core, a re- 
fractive index n 2 of said first cladding, a refrac- 
tive index n3 of said second cladding, and a re- 
fractive index n 4 of said third cladding satisfy 

n 1 > n 3 > n 4 > n 2 ; 

wherein respective relative refractive index dif- 
ferences A 1 and A 2 of said core and said first 
cladding with respect to said third cladding sat- 
isfy 

1% ^ A 1 ^ 3%, 

and 

A 2 ^ -0.4%; 

wherein the ratio of the outside diameter of said 
core with respect to the outside diameter of said 
second cladding satisfies 

2a /2c ^ 0.3; 

and 

wherein, when said predetermined length of 
dispersion-shifted fiber and said dispersion- 
compensating fiber having a length sufficient to 
compensate for the dispersion of said disper- 
sion-shifted fiber are optically connected to 
each other to constitute an optical transmission 
system, said dispersion-compensating fiber 
causes a total dispersion slope in said optical 
transmission system to have an absolute value 
of 0.024 ps/nm 2 /km or less with respect to light 
having a shortest wavelength and light having 
a longest wavelength in signal wavelengths 
within a wavelength band in use. 

2. A dispersion-compensating fiber according to claim 
1, wherein said dispersion-compensating fiber 
causes the total dispersion slope in said optical 
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transmission system to have an absolute value of 
0.012 ps/nm 2 /km or less with respect to light having 
the shortest wavelength and light having the longest 
wavelength in signal wavelengths within the wave- 
length band in use. 5 

A dispersion-compensating fiber for compensating 
for a dispersion of a predetermined length of a dis- 
persion-shifted fiber having a zero-dispersion 
wavelength in a 1 .5-p.rn wavelength band, compris- 10 
ing: 

a core region extending along a predetermined 
reference axis and having a core with an out- 
side diameter 2a; and 15 
a cladding region which is a region provided on 
the outer periphery of said core region, said 
cladding region having a first cladding provided 
on the outer periphery of said core and having 
an outside diameter 2b, a second cladding pro- 20 
vided on the outer periphery of said first clad- 
ding and having an outside diameter 2c, and a 
third cladding provided on the outer periphery 
of said second cladding, 

wherein a refractive index n-, of said core, a re- 25 
fractive index n 2 of said first cladding, a refrac- 
tive index n 3 of said second cladding, and a re- 
fractive index n 4 of said third cladding satisfy 

30 

n 1 > n 3 > n 4 > n 2 ; 



4. Adtspersion-compensating fiber according to claim 
1 or 3, wherein said dispersion-compensating fiber 
has a length L DCF satisfying, with respect to light 
having a wavelength Xm in signal wavelengths with- 
in the wavelength band in use, the following condi- 
tion: 

ID DSF (A.m) * L DSF + D DCF^ m ) * L DCf" = 200 P S ' nm 

where 

D DSF (km) is the dispersion of the dispersion- 
shifted fiber at the wavelength Xm; 
L DSF is the length of the dispersion-shifted fib- 
er; 

D dcf (Ajti) is the dispersion of the dispersion- 
compensating fiber at the wavelength Xm; and 
L DCF is the length of the dispersion-compensat- 
ing fiber. 

5. A dispersion-compensating fiber according to claim 
4, wherein the length L DCF of said dispersion-com- 
pensating fiber satisfies, with respect to all signal 
wavelengths A. a n of light within the wavelength band 
in use, the following condition: 

ID D SF(*all) * L DSF + D DCF^all) ' ""DCF 1 ^ 200 P S 1 nm 

where 



wherein respective relative refractive index dif- 
ferences At and A 2 of said core and said first 
cladding with respect to said third cladding sat- 35 
isfy 

1% ^ A n ^ 3%, 

40 

and 



D DSF (X a u) is the dispersion of the dispersion- 
shifted fiber at all the wavelengths X att in use; 
l dsf is the len 9 tn of the dispersion-shifted fib- 
er; 

D DCF(^aii) is tne dispersion of the dispersion- 
compensating fiber at all the wavelengths X a) , 
in use; and 

L DCF is the length of the dispersion-compensat- 
ing fiber. 

A dispersion-compensating fiber according to claim 
1 or 3, wherein the relative refractive index differ- 
ence A 1 of said core with respect to said third clad- 
ding satisfies the following condition: 

1% ^ A 1 ^ 2%. 

A dispersion-compensating fiber according to claim 
1 or 3, wherein the relative refractive index differ- 
ence A-, of said core with respect to said third clad- 
ding satisfies the following condition: 

2% ^ A 1 ^ 3%. 



A 2 ^ -0.4%; 

45 

wherein the ratio of the outside diameter of said 
core to the outside diameter of said second 
cladding satisfies 

50 

2a /2c ^ 0.3; 

and 

wherein said dispersion-compensating fiber 
has a length sufficient to compensate for the 55 
dispersion of said predetermined length of dis- 
persion-shifted fiber. 
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8. A dispersion -compensating fiber according to claim 
1 or 3, wherein a relative refractive index 
difference^ of said second cladding with respect 
to said third cladding satisfies the following condi- 
tion: 



A 3 ^ 0.1%. 



A dispersion-compensating fiber according to claim 10 
1 or 3, wherein the ratio of the outside diameter of 
said core to the outside diameter of said first clad- 
ding satisfies the following condition: 



0.2 ^ 2a /2b ^ 0.5. 



11. An optical transmission system comprising: 



15 



1 0. A dispersion-compensating fiber according to claim 
1 or 3, wherein, with respect to light having a wave- 
length of 1.55 prn, said dispersion-compensating 20 
fiber has a bending loss of 10. dB/m or less at a di- 
ameter of 60 mm, a polarization mode dispersion of 
0.5 ps • knr 1/2 or less, and a transmission loss of 1 
dB/km or less. 



25 



a predetermined length of a dispersion -shifted 
fiber having a zero-dispersion wavelength in a 
1 .55-u.m wavelength band; and 30 
the dispersion-compensating fiber according to 
claim 1 or 3; 

wherein said optical transmission system has 
a total dispersion slope whose absolute value 
is 0.024 ps/nm 2 /km or less with respect to light 35 
having a shortest wavelength and light having 
a longest wavelength in signal wavelengths 
within a wavelength band in use. 

12. An optical transmission system according to claim 40 
11 , wherein the absolute value of total dispersion 
slope in said optical transmission system is 0.012 
ps/nm 2 /km or less with respect to light having the 
shortest wavelength and light having the longest 
wavelength in signal wavelengths within the wave- «5 
length band in use. 



50 
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Fig. 3 A 
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Fig. 6 
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